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(57) Abstract: A method and system for processing a sil- 
icon thin film sample on a substrate. The substrate has a 
surface portion that does not seed crystal growth in the sili- 
con thin film. The film sample has a first edge and a second 
edge. An irradiation beam generator is controlled to emit 
successive irradiation beam poises at a predetennined repe- 
tition rate. Each of the irradiation beam pulses is masked to 
define a first plurality of beamlets and a second plurality of 
beamlets, the first and second plurality of beamlets of each 
of the irradiation pulses being provided for impringing the 
film sample and having an intensity which is sufiicient to 
melt irradiated portions of the film sample throughout their 
entire thickness. The film sample is continuously scanned 
at a constant predetermined speed, so that a successive im- 
pingement.of the first and second beamlets of the irradiation 
pulses occurs in a scanning direction of the film sample be- 
tween the first edge and the second edge. During the con- 
tinuous scanning of the film sample, a plurality of first areas 
of the film sample are successively irradiated using the first 
beamlets of the irradiation beam pulses so that the first areas 
are melted throughout their thicbiess and leaving irradiated 
regions between respective adjacent ones of the first areas. 
Also during the continuous scanning, each one of the first 
areas irradiated using the first beamlets of each of the irradi- 
ation pulses is allowed to resolidify and crystallize. During 
resolidification and crystallization of the first areas, a plu- 
rahty of second areas of the film sample are successively irradiated using the second beamlets of the irradiation beam pulses so that 
the second areas ae melted throughout their thickness. Each of the second areas partiaUy oyeiiaps aiespet^e pairof theresoHdified 
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METHOD FOR SINGLE-SCAN, CONTINUOUS MOTION SEQUENTIAL LATERAL SOLIDIFICATION 



SPECIFICATTON 

FIELD OF THE INVENTION 
5 The present invention relates to a method and system for processing a 

thin-fihn semiconductor material, and more particularly to forming large-grained, grain- 
shaped and grain-houndary-location controlled semiconductor thin films fiom 
amorphous or polycrystalline thin fihns on a substrate using laser irradiation and a 
continuous motion of the substrate having the semiconductor fihn being irradiated. 

10 BACKGROUND INFORMATION 

In tiie field of semiconductorprqcessing, there have been several attempts 
to use lasers to convert thin amorphous silicon fihns into polycrystalline fihns. For 
example, in James Im et al., "CrystaUine Si Fihns for Integrated Active-Matrix Liquid- 
Crystal Displays," 11 MRS Bulletin 39 (1996), an overview of conventional excimer 

15 laser annealing technology is described. In such conventional system, an excimer laser 
beam is sh^ed into a beam having an elongated cross-section which is typically up to 
30 cm long and 500 micrometers or greater in width. The shaped beam is stepped over 
a sample of amorphous silicon (i.e., by translating the sample) to facilitate melting 
thereof and to effectuate the formation of grain-shape and grain boundary-controlled 

20 polycrystalline silicon upon tfie re-solidification of the sample. 

The use of conventional laser annealing technology to generate 
polycrystallinesiliconis problematic for several reasons. First, the polycrystalline silicon 
generated in the process is typically small grained, of a random micro structure (i.e., poor 
control of grain shapes and grain boundary locations), and having a nonuniform grain 

25 size, therefore resulting in poor and nonuniform devices and accordingly, low 
manufecturingyield. Second, in orderto obtain acceptable quality grain-shape and grain- 
boundary-location controlled polyciystalUne thin fihns, the manufacturing throughput 
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for producing such thin fihns must be kept low. Also, the process generally requires a 
controlled atmosphere and preheating of the amorphous silicon sample, which leads to 
a reduction in throughput rates. Accordingly, fliere exists a need in the field for a method 
and system for growing amorphous or polycrystalline thin semiconductor films to 
5 produce higher quality thin polycrystalline or smgle crystalline semiconductor silicon 
fihns at greater throughput rates. There likewise exists a need for manufacturing 
techniques which generate larger and more uniformly microstructured polycrystalline 
silicon thin fihns to be used m the fabrication of higher quality devices, such as thin film 
transistor arrays for liquid crystal panel displays. 

10 SUMMARY OF THE INYENTIQN 



large-grained and grain-shape and gram-boundary, location controlled polycrystalline 
Am fihn semiconductors using a sequential lateral solidification C*SLS") process, and 
to generate such silicon thin films in an accelerated manner. Another object of the 

15 • present mvention is to effectuate such accelerated sequehtial lateral solidification of the 
polycrystalline thin fihn semiconductors provided on a simple and continuous mbtioh 
trarislationofthesemiconductorfihri,withouttheneeessit5rof"rQicrotranslating"thethin 
film, and re-irradiating the previously irradiated region in the direction which is the same 
•• as the direction of the mitial hradiation of the thin fihn whfle the sample is being 

20 continuously translated. 



for processing a semiconductor thm film sample on a substrate. The substrate has a 
surfeceportionthatdoesnotseedcrystalgrowthmthesiliconthmfihn. Thefihnsample 
has a first edge and a second edge. An irradiation beam generator is controlled to emit 
25 successive irradiation beam pulses at a predetermined repetition rate. Each of the 
irradiation beam pulses is masked to define a first plurality of beamlets and a second 
pluraUty of beamlets, the first and second plurality of beamlets of each of the irradiation 
pulses bemg provided for impinging the film sample and having an mtensily which is 

sufficient to melt kradiated portions of the film sample throughout their entire thickness. 
30 The film sample is continuously scanned, at a constant predetermined speed, so that a 



An object of the present invention is to provide techniques for producing 



At least some of these objects are accomplished with amethod and system 
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successive impingement of the first and second beamlets of the irradiation beam pulses 
occurs in a scanning direction on the fihn sample between the first edge and the second 
edge. During the continuous scanning of the fihn sample, aplurality of first areas of the 
fihn sample are successively irradiated using flie first beamlets of the irradiation beam 
pulses so that the first areas are melted throughout thek thickness and leaving 
unirradiatedregions between respective adjacent ones of the first areas. Also during the 
continuous scanning, each one of the first areas irradiated usmg the first beamlets of each 
of the irradiation beam pulses is allowed to re-solidify and crystalize. During 
resolidification and crystallization of the first areas^ aplurality of second areas of the film 
sample are successively irradiated using the second beamlets of the irradiation beam 
pulses so that the second areas are melted throughout their thickness. Each of the second 

•areaspartially overlaps arespectivepakofthe re-solidified and crystalized first areas and 
the respective unirradiated region therebetween. 

In another embodiment of the present invention, during the successive 
■irradiation of the second areas by the second beamlets, third areas of the fihn sample are 
successively hradiated by the first beamlets to completely melt the third areas throughout 
their thickness, each of the tlurd areas partially overlapping a respective one of tiie re- 
solidified and crystalized first areas and leaving fiirfher umrradiated regions between 
respective adjacent ones of fee thhd areas. One of the first areas and one of the third 
areas may lie on a first line which is parallel to the scanning direction, and one of the 
second areas may lie of a second line which is parallel to the scanmng direction. The first 
line preferably extends at an offset torn the secondline. Upon the successive irradiation 
of the third areas by the first beamlets, each one of the second areas irradiated by the first 
beamlets of each of the irradiation beam pulses can be allowed to re-solidify and 
crystaUze. 

According to another embodiment of the present invention, when the fihn 
sample is continuously scanned, each one of the third areas irradiated by tiie first 
beamlets of each of the irradiation beam pulses is allowed to re-solidify and crystalize. 
A^ the uradiation of the second and third areas, a plurality of fourth areas of the film 
sample are successively irradiated by the second beamlets of the iiradiatiori beam pulses 
so that the fourth areas are melted tibroughout thek thickness, vdierem each one of fee 
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fourth areas partially overlaps a respective pair of the re-solidified and crystalized third 
areas and the respective further unirradiated region therebetweea 

In yet another embodiment of the present invention, the first edge is 
located on a side of the film sample which is opposite &om a side of the fihn sample on 
5 which the second edge is located. In addition, tiie first and second impingements along 
the fihn sample is continued until the first impingement by the first set of patterned 
beamlets of the film sample and the second unpingement by the second set of patt^ed 
beamlets of the fihn sample passes the second edge of the fihn sample. Thereafter, the 
fihn sample can be positioned so that the first and second sets of patterned beamlets 
unpinge on at a fiist locationoutside of boundaries of the fihn sample with respect to the 
film sample, and then the film sample may be translated so that impingement of the first 
and second sets of patterned beamlets moves firom the first location to a second location, 
the second location bemg outside of the boundaries of the film sample. Finally, tiie film 
sample can be maintamed so that the patterned beamlets impmge on the second location 
until any vibration of the fihn sample is damped out Witii this embodiment, a completed 
portion of the fihn sample having a predetermined width has preferably been irradiated 
and le-solidified, the film sample havmg a contiroUed crystalline grain growth in the 
entire completed portion. 

In still another embodunent, the particular duection extaids along a first 
path, the film sample is tiranslated along a second patii which is perpendicular to the first 
path. The successive impingement by the first and second beamlets of the irradiation 
beam'pulses the fihn sample may pass tiie second edge of the fihn sample. After, the 
successive kradiation of the first and second areas, the fihn sample is positioned so that 
the first and second beamlets of the irradiation beam pulses unpinge on at a first location 
outside of boundaries of the film sample with respect to the film sample. Thereafter, the 
fihn sample can be positioned so that the successive impingement of the first and second 
beamlets witii respect to the fihn sample moves firom the first location to a second 
. location, the second location being outside of the boundaries of the fihn sample. A 
completed portion of the fihn sample having a predetermmed width which has been 
hradiated, melted throughout its entire thickness and re-solidified can be defined, with 
the fihn sample havmg a controlled crystaUme grain growth m the entire completed 
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portion. The particular direction may extend along a Gxst path, and the film sample may 
be translated along a second path, the first axis being perpendicular to the first path. The 
second location can be provided at the distance fiom the first location approximately 
equal to the predetermined width. 
5 According to another embodiment of the present invention, the fihn 

sample can be continuously scanned, at the constant predetermined speed, so that the 
successive impingement of the first and second beamlets of the irradiation beam pulses 
occurs m a further direction on the fihn sample between the second edge and the first 
edge, the further direction being opposite to the scanning direction. At that tune, a 

10 plurality of fifth areas of the film sample can be successively irradiated with the second 
beamlets of the irmdiation beam pulses so that the fifth areas are melted throughout their 
thickness and leaving additional uniixadiated regions between respective adjacent ones 
of the fifth areas. Also, each one of the fifth areas irradiated by the second beamlets of 
each of the irradiation beam pulses can be allowed to re-solidify and crystalize. 

1 5 Furthermore, a plurality of sbcth areas of the film sample can be successively irradiated 
by the first beamlets of the irradiation beam pulses so that the sixth areas are melted 
throughout their thickness, with each one of the sixth areas partially overlapping a 
respective pair of the re-solidified and crystalized fifth areas and the respective 
unirradiated region therebetween. 

20 . In still another embodiment, portions of the irradiation beam pulses can 

be masked to emit successive partial intensity irradiation pulse which have a reduced 
intensity so that when the successive partial intensity irradiation pulses irradiate a 
particular region of the fihn sample, the particular regionis melted for less than the entire 
thickness of the film sample. Then, each of the re-soUdified and crystalized second areas 

25 can be successively irradiated by the respective one of the successive partial intensity 
irradiation pulses. 

In a further embodiment of the present invention, a method and system for 
processmg a semiconductor thin fihn sample on a substrate is provided The substrate 
has a surface portion that does not seed crystal growth in the semiconductor thin film. 
30 The film sample has a first edge and a second edge. An irradiation beam generator is 
controlled to emit successive irradiation beam pulses at a predetermined repetition rate. 
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Each of the irradiation beam pulses is masked to define a first plurality of beamlets and 
a second plurality of beamlets, the first and second plurality of beamlets of each of the 
irradiation pulses being provided for impingmg the fihn sample and having an intensity 
which is sufScient to melt irradiated portions of the film sample throughout their entire 
5 thickness. The film sample is contmuously scanned, at a constant predetermined speed, 
so that a successive impingement of the first and second beamlets of the irradiation beam 
pulses occurs m a scannmg direction on the fihn sample between the first edge and the 
second edge. During the continuous scanning of the film sample, aplurality of first areas 
of the fihn sample are successively inadiated using the first beamlets of the irradiation 

10 beam pulses so that the first areas are melted throughout their thickness and leaving 
unkradiated regions adjacent to the first areas. Each of the first areas has a first border 
with a first width, the border extending along a first Ime which is perpendicular to the 
scanning direction. Also during the continuous scanning, each one of the first areas 
hradiated usmg the first beamlets of each of the mediation beam pulses is allowed to re- 

15 solidify and crystalize. Followmg the resolidification and crystallization of the first 
areas, a plurality of second areas of the fihn sample are successively kradiated using the 
second beamlets of the irradiation beam pulses so that the second areas are melted 
throughout theh thickness. A first region of each one of tiie second areas completely 
overlaps at least one of the rersolidified and crystalized first areas, and a second region 

20 of tiie respective one of the second areas overl^s the respective unirradiated region 
provided adjacent to tiie re-solidified and crystalized first area. The first region has a 
second border witii a second widfli which is greater tiian half of tiie first widtii, tiie 
second border extendmg along a second Ime which is parallel to and oflfeet &om the first 
line. 

25 BRIEF DESCRIPTTON OF THE DRAWTNOg 

Exemplary embodiments of the present invention will now be described 
in further detail with reference to tiie accompanying drawmgs m vMch: 

Figure 1 shows a diaigram of an exemplary embodunent of a system for 
performing a smgle-scan, continuous motion sequential lateral solidification ("SLS") 
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according to the present invention which does not require a microtranslation of a sample 
for an effective large grain growth in a silicon thin film; 

Figure 2 shows an enlarged view of an exemplary embodiment of the 
sample conceptually subdivided and having the silicon thin film thereon; 

Figure 3 shows an enlarged illustration of an intensity pattem of an 
. irradiation beam pulse as defined by a first exemplary embodiment of a mask utilized by 
the system and method of the present invention which facilitates the single-scan, 
continuous motion SLS as it impinges the silicon thin film on a substrate; 

Figure 4 shows an exemplary uradiation path of beam pulses impinging 
the sample, as the sample is translated by the system of Figiire 1, xising a first exemplary 
embodiment of the method according to the present invention which provides the single- 
scan, continuous motion SLS; 

Figures 5A-5G show the radiation beam pulse intensity pattem and 
portions of grain structures on an exemplary first conceptual column of the sample 
. having the silicon thin- fihn thereon at various sequential stages of the SLS processing 
according to the first exemplary embodiment of the method of the present invention 
illustrated in Figure 4, in which tiie intensity pattem of the irradiation beam pulse of 
Figure 3 is used to kradiate a first conceptual column of the sample; 

Figures 6 A and 6B show the radiation beam pulse intensity pattem and 
portions of the grain stractures on an exemplary second conceptual column of the sample 
having the silicon thin film thereon at two sequential stages of SLS processing according 
to the first exemplary embodiment of the miethod of the present invention illustrated m 
Figure 4, which is performed along a second conceptual column of the sample, after the 
silicon thin film of the entire first conceptual cdlunm of the sample illustrated in Figures 
5A-5G is completely melted, re-solidified and crystalized; 

Figure 7 shows an illustrative diagram of the crystallized silicon fihn of 
the sample after the silicon thin film in all conceptual columns of the sample is 
completely melted, re-solidified and crystalized; 

Figure 8 shows an enlarged illustration of a second exemplary 
embodiment of an intensity pattem of the irradiation beam pulse as defined by a fiirther 
mask utilized by the system and method of the present invention as it impinges the 
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silicon thin film on the substrate, which promotes a growth of larger grains in the silicon 
thin film; 

Figiure 9 shows the radiation beam pulse intensity pattem and the grain 
structure of a portion of an exemplary first conceptual colunm of the sample having the 
5 silicon thin fihn thereon at an exemplary stage of the SLS processing according to a 
second exemplary embodiment of the method of the present invention which utilizes the 
mask illustrated in Figure 8 for growing longer grains in the silicon thin fihn; 

Figure 10 shows an illustrative diagram of a further progression of the 
SLS processing of Figure 9 for the silicon thin film of the sample after the beam pulses 
10 complete the irradiation of a particular portion of the first conceptual column of the, 
sample, which then crystallizes; 

Figure 1 1 shows an enlarged illustration of athird exemplary embodiment 
of an intensity pattem of the irradiation beam pulse as defined by anoflier mask utilized 
by the system and method of the present invention as it impinges the silicon thin film of 
15 the sample, which includes a single lower-energy portion provided adjacent to one 
section of slit-shaped beamlets of the irradiation beam pulse; 

Figure 12 shows an enlarged illustration a fourth exemplary embodiment 
of an intensity pattem of the irradiation beam pulse as defined by yet another mask 
utilized by the system and method of the present invention as it impinges the silicon thin 
20 Gim of the sample, which includes two lower-energy portions, each provided opposite 
to one another and adj acent to a respective different section of slit-shaped beamlets of the 
irradiation beam pulse; 

Figures 1 3 A- 1 3D show the radiation beam pulse intensity pattem and the 
grain structure of a portion of an exemplary conceptual first column of the silicon thin 
25 film provided on the sample at various sequential stages of SLS processing according to 
a third exemplary embodiment of the method of the present invention, which uses the 
technique of the first embodiment of the method illustrated in Figures 5A-5G^ after the 
sample is rotated 90° in a clock-wise direction; 

Figiure 14 shows an illustrative diagram of the crystallized silicon film of 
30 the sample after the silicon thin film in all conceptual columns of the rotated sample have 
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been completely melted, re-solidified and crystalized using the technique illustrated in 
Figures 13A-13D; and 

Figure 1 5 shows a flow diagram illustrating the steps implemented by the 
system of Figure 1 and the method illustrated in Figures 5A-5G and 6A-6B according to 
5 one exemplary embodiment of the present inventioiL 

DETAILED DESCRIPTION 

Certain systems and methods for providing a continuous motion SLS are 
describedinUS.Patent Application SerialNo. 09/526,585 (the" *585 application'*), the 
entire disclosxure of which is incorporated herein by reference. The *585 application 

10 explicitly describes and illustrates the details of these systems and methods, and their 
utili2ation'of microtranslations of a sample, which has an amorphous silicon thin film 
provided thereon being irradiated by hradiation beam pulses to promote the sequential 
lateral solidification on the tiiin film. Similar to the system described in &e '585 
application, an exemplary embodiment of a system for carrying out the continuous 

15 motion SLS processing of amorphous silicon thin films according to the present 
invention is illustrated in Figure 1 . The exemplary system includes a Lambda Physik 
model LPX-315I XeCl pulsed exchner laser 1 10 emitting an irradiation beam (e.g., a 
laser beam)^ a controllable beam energy density modulator 1 20 for modifying the energy 
density of the laser beam, a MicroLas two plate variable attenuator 130, beam steering 

20 mirrors 140, 143, 147, 160 and 162, beam expanding and coUunating lenses 141 and 142, 
a beam homogenizer 144, a condenser lens 145, a field lens 148, a projection mask 150 
which may be mounted in a translating stage (not shown), a 4x-6x eye piece 161, a 
controllable shutter 152, a multi*element objective lens 163 for focusing an incident 
radiation beam pulse 164 onto a sample 40 having a silicon thin film 52 to be SLS 

25 processed moimted on a sample translation stage 1 80, a granite block optical bench 1 90 
' supported on a vibration isolation and self-leveling system 191, 192, 193 and 194, and 
a computer 106 (e.g., a general purpose computer executing a prograin or a special- 
purpose computer) coupled to control the pulsed excimer laser 1 10, the beam energy 
density modulator 120, the variable attenuator 130, the shutter 152 and the sample 

30 translation stage 180^ 



wo 02/086954 



PCT/USOl/12799 



10 

The sample translation stage 180 is controlled by the computer 106 to 
effectuate translations of the sample 40 in the planar X- Y directions and the Z direction. 
La this manner, the computer 106 controls the relative position of the sample 40 with 
respect to the irradiation beam pulse 164. The repetition and the energy density of the 

5 irradiation beam pulse 164 are also controlled by the computer 106. It should be 
imderstood by those skilled in the art that instead of the pulsed excimer laser 1 10, the 
irradiation beam pulse can be generated by another known source of short energy pulses 
suitable for melting a semiconductor (or silicon) thin fihn 52 in the manner described 
herein below. Such known source can be a pulsed solid state laser, a chopped continuous 

0 wave laser, a pulsed electron beam and a pulsed ion beam, etc. with appropriate 
modifications to the radiation beam path fi:om the source 1 10 to the sample 40. While 
the computer 106, in the exemplary embodiment of the system shown in Figure 1, 
controls translations of the sampl&40 for carrying out the single-scan, continuous motion 
SLS processing of tiie silicon thin film 52 according to the present invention, the 

5 computer 1 06 may also be adapted to control the translations of the mask 1 50 and/or the 
excimer laser 110 moimted in an appropriate mask/laser beam translation stage (not 
shown for the simplicity of the depiction) to shift the intensity pattem of the irradiation 
beam pulses 164, with respect to the silicon thin film 52, along a controlled beam path. 
Another possible way to shift the intensity pattem of the irradiation beam pulse is to have 

0 the computer 1 06 control a beam steering mirror. The exemplary system of Figure 1 may 
be used to carry out the single-scan, continuous motion SLS processing of the silicon thin 
fihn 52 on the sample 40 in the manner described below in further detail. 

As described in fiirther detail in the '585 application, an amorphous 
silicon thin film sample is processed into a single or polycrystalline silicon thin film by 

5 generating a plurality of excimer laser pulses of a predetermined fluence, controllably 
modulating the fluence of the excimer laser pulses, homogenizing the intensity profile 
of the laser pulse plane, masking each homogenized laser pulses to define beamlets, 
irradiating the amorphous silicon thin film sample with the beamlets to effect melting of 
portions thereof that were irradiated by the beamlets, and controllably and continuously 

0 translating the sample with respect to the patterned beamlets. The output of the beamlets, 
as provided in the '585 application, is controllably modulated to thereby process the 
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amorphous silicon thin film provided on the sample into a single or grain-shape, grain- 
boundary-location controlled polycrystalline silicon thin film by the continuous motion 
sequential translation of the sample relative to the beamlets, and the irradiation of the 
sample by tiie beamlets of masked hradiation pulses of varying fluence at corresponding 
5 sequential locations thereon. One of the advantageous improvements of system and 
method according to the present invention is that there is a significant saving of 
processing time to irradiate and promote the SLS on the silicori thin film of the sample 
by completing the irradiation of a section of the sample 40 without the requirement of 
any microtranslation of the sample to be performed (i.e., the microtranslations as 

1 0 described in the '585 application). 

Figure 2 shows an enlarged view of an exemplary embodiment of the 
sample 40 having the amorphous silicon thm film 52 thereon. This exemplary sample 
40, as shown m Figure 2, is sized 40cm in the Y-direction by 30cm in the X-direction. 
The sample 40 is conceptually subdivided into a number of columns (e.g., a first column 

15 210, a second colunm 220, etc.). The location/size of each colimm is stored in a storage 
device of the computer 106, and utilized by the computer 106 for later controUmg the 
translation of the sample 40. Each of the columns 210, 220, etc. is dimensioned, e.g., 
2cm m the X-direction by 40cm in the Y-direction. Thus, if the sample 40 is sized 30cm 
in ihe X-durection, the sample 40 may be conceptually subdivided mto fifteen (15) 

20 columns. Within the constramts of the system discussed below, the sample 40 may be 
subdivided into columns having different dunensions (e.g., 1cm by 40cm columns, 3cm 
by 40cm columns, 4cm by 40cm columns, etc.). When the sample 40 is conceptually 
subdivided into columns, at least a small portion of each column extending for the entire 
length of the column should be overlapped by the neighboring column(s), i.e., an 

25 overlapped portion 230, so as to avoid a possibility of having any unirradiated areas of 
the silicon thm film 52. The overlapped portions 230 are preferably provided between all 
neighboring columns. For example, the overlapped area may have a width of Ijmi. It 
should be understood that other widths of the overlapped portions are possible, such as 
2^m, and are within the scope of the present invention. 

30 Figure 3 shows an enlarged illustration of a first exemplary embodiment 

of an intensity pattern 235 of the masked irradiation beam pulse 164 which is defined by 
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the mask 150 as it impinges the silicon thin fihn 52 provided on the sample 40. The 
intensity pattern 235 is producedbyplacingthemask 150, whichhasaparticularpattem 
of the transparent and opaque regions^ in the path of the homogenized irradiation beam 
149, and the resultant beamlets exiting the mask 150 are focused by the objective lens 
5 , 163 to produce the masked irradiation beam pulse 164 having the desired intensity 
pattern 235. Using such intensity pattern 235, the system and method of the present 
invention can effectuate the single-scaui continuous motion SLS of the silicon thin fihn 
52. Thefirstexenq)laiyintensityprofile235shownintiiisdrawingincludestwobeamlet 
sections 250, 260, witii the slit-shaped beamlets in each section being separated fiom one 

1 0 another in a predetermined manner. The location of tiie slit-shaped beamlets 255 of tiie 
first section 250 are provided at an offset in the X-direction with respect to the location 
of the slit-shaped beamlets 265 of the second section 260. A detailed discussion of the 
exemplary intensity pattern 235 shown in Figure 3 is provided below. 

As described above, the intensity pattern 235 includes two sections, i.e., 

1 5 a first beamlet section 250 and a second beamlet section 260. The first beamlet section 
250 has first slit-shaped beamlets 255, each having a width of approximately 3Afm in the 
X-direction and a length of approximately Hmm in the Y-direction. The first slit-shaped 
beamlets 255 are equidistantiy spaced &om one another by first shadow regions 257 (i.e., 
tiie first slit-shaped beamlets 255 are spaced apart fi^om one another by these first shadow 

20 regions 257). The first shadow regions 257 may have a width of, e.g., 1 Vifxm. 

As shown in Figure 3, the second beamlet section 260 is located 
substantially adjacent to the first beamlet section 250 in tiie Y-direction, and has second 
slit-shaped beamlets 265. The second beamlet section 260 includes second shadow 
regions 267 separating the second slit-shaped beamlets 265 fix»m one anotiier. The 

25 second slit-shaped beamlets 265 and tiie second shadow regions 267 are separated firom 
the first slit-shaped beamlets 255 and the first shadow regions 257 by an intervening 
shadow region 240. The dimensions of the second slit-shaped beamlets 265 and tiie 
second shadow regions 267 are substantially similar to those of tiie first slit-shaped 
beamlets 255 and tiie first shadow regions 257, respectively. It is preferable for an edge 

30 258 of each one of tiie first slit-shaped beamlets 255, which extends in the Y-direction, 
to coincide with a line M which extends into the area of a respective one second slit- 
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shaped beamlet 265, and for the other edge 259 of each first slit-shaped beamlet 255 to 
coincide with a line N which extends into the area of the second slit-^shaped beamlets 265 
adjacent to the otie of the second slit-shaped beamlets having the line M extending 
therethrough. The first beamlet section 250 is separated fiom the second beamlet section 
5 260 by an intervening shadow region 240 having a width of 5Aim. It should be noted that 
the masked irradiation beam pulse 164 does notproject any beam energy into the shadow 
regions 257, 267, 240, while providing the full laser pulse intensity of the beamlets onto 
the silicon thin film 52. 

Therefore, the dimension of the intensity pattern 235 in the Y-direction 
10 should be approximately 1.005 mm after adding the length of the first slit-shaped 
beamlets 255 C/2mm) and those of the second slit-shaped beamlets 265 ('/anmXplus 5Aan 
to account for the intervening shadowregion240. The dimension ofthe intensity pattern 
235 in the X-direction should be equal to the width of flie conceptual columns 210, 220. 
Therefore, tiie approxunate dimension of Hxe exemplary intensity pattern 235 shown in 
15 Figure 3 is 2cm in the X-direction by approximately 1 .005 mm in the Y-direction. In 
addition, the cross-section of the homogenized irradiation beam 149 should be at least 
large enough to cover the portion ofthe mask 150 that defines the intensity pattern 235. 
The array of beamlets 151 exiting the mask 150 and then focused by the objective lens 
163 results in the masked irradiation beam pulse 164 having dimensions in the X- 
20 direction that substantially matches the width of each ofthe conceptual columns 2 1 0, 220 
of the sample 40. It is preferable for the width the cross-sections of the masked 
irradiation beam pulse 164 (and thus ofthe intensity pattem 235) in the X-direction to be 
slightly greater than the width of each of the conceptual columns 210, 220. The 

advantages of such dimensions willbe understood fiiom the fiirtherdescriptionofthe first 
25 embodiment of the method according to the present invention as discussed in greater 
detail below. 

It should be understood that the width ofthe first and second slit-shaped 
beamlets 255, 265 may depend on a number of fectors, e.g., the energy density ofthe 
incident laser pulse, the duration of the mcident inadiation beam pulse, the thickness of 
30 the silicon thin fihn 52 provided on the sample 40, the temperature and thermal 
conductivity of the substrate, etc. While it is desirable firom the standpoint of processing 
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efficiency to utilize the slit-shaped beamlets 255, 265 \Mch have a larger width m the 
X-direction so as to covea: a greater width of the sample 40, it is important to select the 
width of the first and second slit-shaped beamlets 255, 265 such that when portions of 
the silicon thin film 52 provided on the sample 40 are irradiated thereby and are 
5 completely melted throughout their thickness, no nucleation occurs within such melted 
portions when they re-solidify and crystalize. Inparticular, if the width of the slit-shaped 
beamlets 255, 265 is too large, certain areas within the fully-melted portions may re- 
solidify before the controlled lateral grain growth reaches these areas. If&is occurs, the 
control of the grain growth in the irradiated areas will be compromised. 

1 0 Other dimension and shapes of the first slit-shaped beamlets 255, the first 

shadowregions 257, the second slit-shaped beamlets 265, the second shadow regions 267 
and/or the shadow region 240 are contemplated, and are within the scope of the present 
mvention. For example, if the extension or length of each of the first and second slit- 
sh^ed beamlets 255, 265 is apjproximately 1mm (i.e.,"instead of Vimm), the dimension 

15 of the intensity pattern 235 of the masked irradiation beam pulse 1 64 in the Y-direction 
would be 2mm. 

One of the unportant aspects of the intensity pattern 235 accordmg to the 
present invention is that if ihs sample 40 is translated such that portions of the sUicon thin 
fihn areas previously irradiated by the first beamlet section 250 (as well as re-solidified 

20 and crystalized) are irradiated by the second beamlet section 260, each of the slit-shaped 
second beamlets partially overlap a respective pair of regions previously kradiated by the 
first slit-shaped beamlets 255 of the first beamlet section 250, as well as overlapping the 
unirradiated region (i.e., the region overl^ped by a respective shadow region 257) 
therebetween. This is because when the sample 40 is translated in the Y-direction by the 

25 sample translation stage 180, the second slit^shaped beamlets 265 of the masked 
irradiation beam pulse 164 should completely melt a portion of the silicon thin 52 fihn 
which was previously melted (by the first slit-shaped beamlets 255 of the masked 
irradiation beam pulse 164), cooled, re-solidified and crystallized. Such preferable' 
technique accordmgto the present invention promotes the lateral, controlled grain growth 

30 in the coohng regions of the silicon thm fihn 52 to extend such grain growth firom the 
area that was completely melted by the first slit-shaped beamlets 255, cooled and re- 
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solidified (and not later re-melted) into the area thait was previously solidified and re- 
melted, and to fiirther extend lateral crystal into the newly melted area (that is adjacent 
to the originally-melted area). The details of this technique and method according to the 
preferred jcmbodiment of the present invaition is described in furthw detail below. 

5 For the exemplary sample 40 shown in Figure 2 and described above, and 

for the purposes of the foregoing, the intensity pattem 235 of the masked irradiation 
beam pulse 164 may be defined as 2cm.in the X-directiori by Vkm in the Y-direction 
(e.g., a rectangular shape). However, as described above, the intensity pattem 235 of the 
masked irradiation beam pulse 1 64 is not limited to any particular shape or size. Indeed, 

0 other shapes and/or sizes of the intensity pattem 235 may be used, as would be apparent 
to those having ordinary skill in the art based on the teachings provided herein (e.g., 
square shape, circle, etc.). It should be understood that if a different the intensity pattem 
of the masked irradiation beam pulse 164 is desured, the mask 150, and possibly of the 
homogenized irradiation beam 149 woxild have to be modified to define the intensity 

5 pattem 235 after focusing by the objective lens 163. 

The cross-section of the masked irradiated beam pulse 164 (i.e., the beam 
pulse area (B/J) can be determined as follovy^: 

D ^ ^PULSE ^ ^OPTICS 

« — f5 (1) 

•-^PROCESS 

where EpuLsg is the energy per pulse of the laser or pulsed irradiation beam, K^cs is the 
3 fi:action of the irradiation beam energy passing through the optics of the system, and 
EDpRocEss is the energy density of th^ process (e.g., 500 mJ/ca? for 500A silicon thinfihn 
and 30 nseconds pulse duration). It is preferably to detemiine EDpRocEss experimentally. 

Referring now to Figures 4, 5A-5G and 6A-6B to describe the details of 
the first exemplary embodiment of the method according to the present invention. Figure 
5 4 shows an exemplary irradiation path of beam pulses impinging portions of the silicon 
thin film 52 provided on fbs sample 40 as the sample 40 is translated under the control 
of the computer 106 by the sample translation stage 180 of Figure 1. In this drawing, a 
first exemplary embodiment of a method which effectuates the single-scan, continuous 
motion SLS according to the present uxvention, is utilized. Figures 5A-5G show the 
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intensity pattern of the radiation beam pulse 1 64 and the grain structure on an exemplary 
firstconceptualcolumn210of asiliconthinfilmonthesample40 atvatipussequential 
stages of continuous motion SLS processing according to the first ^emplaiy 
embodiment of the method of the present invention, which is discussed below with 
referaice to Figure 4. In this part of the method, the masked radiation beam pulsesl64 
have an intensity pattem defined by the mask 150 to provide the intensify pattern 235 
which is illustrated in Figure 3. Figures 6A-6B show the masked radiation beam pulse 
intensity pattem and portions of the grain structures in an exemplary second conceptual 
column 220 of the sample 40 having the silicon thin fihn 52 thereon at two sequential 
stages of SLS processing according to the first exemplary embodiment of the method of 
the present invention illustrated in Figure 4. This part of the method, is performed after 
the silicon thin fihn 52 of the entire conceptual first column 210 of the sample 40 
illustrated in Figures 5A-50 is completely melted, cooled, re-solidified and ctystalized. 

Turning first to Figure 4^ the sample 40 is placed on the sample translation 
stage 180, which is controlled by the computer 106. The sample 40 is placed such that 
the fixed position masked irradiation beam pulse 1 64 (having the intensity pattem 235 
defined by the mask 150) impinges on a location 300 away firom tiie sample 40. 
Thereafter, ih& sample 40 is translated in the Y-direction, and gains momentum to reach 
a predeteimined velocity before the masked irradiation beam pulse 164 reaches and 
impinges aa edge 45 of the sample 40 at a location 310. This is shown in Figure 4 as a 
path 305 which illustrates the path of the masked irradiation beam pulse 164 as the 
sample 40 is tnaislated m the Y-direction. By controlling the motion of the sample 40 
in the X and Y directions, the conq)uter 106 controls the relative position of the sample 
40withrespect to the masked irradiation beam pulse 164 whichiiradiatesfhe silicon tiiin 
fihn 52 provided on the sample 40. The pulse duration, the pulse repetition rate and the 
energy of each pulse of the masked irradiation beam pulse 1 64 are also controlled by the 
computer 106. 

In the first embodunent of the present invention as illustrated in Figure 4, 
the sample 40 is translated with respect to the stationary uxadiation beam pulse 164 in 
order to sequentially kradiated successive portions of the silicon thin fihn 52 along 
predefined paths of irradiation to obtam a lateral growtii of large grains having controlled 
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grain size and shape, and controlled grain boundary location and orientation in the silicon 
thin film 52. In particular, as the sample 40 is translated in the Y-direction, the stationary 
irradiation beam pulse 164 impinges and melts successive portions of the entire first 
column 210 along a path 315, starting firom the location 310 until the radiation beam 

5 pulse 164 reaches a bottom edge 47 (opposite and parallel to the edge 45) at a location 
320, The masked irradiated beam pulses 1 64 are only limited to the intensity pattern 235 
defined by the mask 150 so long as each beamlet of the intensity pattern 235 of each 
masked irradiation beam pulse 164 has sufficient energy to melt a region of the silicon 
thin film 52 which it irradiates throughout its entire thickness, and eachmelted region of 

0 the silicon thin fihn 52 is sufficiently dimensioned to allow the lateral growth of grains 
in the melted region without nucleation inside the melted regions. 

To reiterate, the paths of the irradiation of the silicon thin film 52 are 
shown in Figure 4 in the firame of reference of the translating sample 40 so that the 
stationary irradiatioh beam pulse 164 (shown in Figure 1) is depicted as traversing the 

5 stationary sample 40. 

As shown in Figure 4, the computer 1 06 causes the radiation beam pulse 
164 to be emitted and tiie sample 40 to be positioned such that the masked irradiated 
beam pulse 164 impinges a first location 300 in the fi:ame of reference of the sample 40. 
The sample 40 is then accelerated m the +Y direction under the control of the computer 

0 106 to reach a predetermined velocity with respect to the stationary irradiation beam 
pulse 164, which traces a first path 305 not on the sample 40. It is noted again tiiat the 
path 305 is not the resuU of movement of the masked irradiated beam' pulse 164,- which 
is stationary, but represents the movement of the sample 40 relative to the stationary 
irradiation beam pulse 164. 

5 When tiie upper edge 45 of the sample 40 reaches the position of 

impingement by the radiation beam pulse 164 at tiie location 310, the sample 40 is 
translating at the predetermined velocity with respect to the stationary irradiation beam 
pulse 164. The predetermined velocity V can be defined according to the following 
equation: 
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where f is the frequency (jpulse repetition rate) of the stationary irradiation beam pulse 
164 and Wg is the dimension of the masked irradiation beam pulse 164 in the Y- 
direction. As discussed above, the dimension of the masked iixadiated beam pulse 164 
in the Y-direction may be 2cm. Hie frequency f of the stationary irradiation beam pulse 
5 164 may have a repetition pulse rate between 100 hertz and 500 hertz (preferably 250 
hertz). In this embodiment of the present invention, the predetermined velocity is, for 
example, 250 cm/sec. It is also possible to utilize other frequency ranges depending on 
the configuration and the type of the excimer laser 1 10 being used. Thereafter, the 
sample 40 is continuously tianslated in the +Y dkection at the predetemiined velocity 
while the maskedirradiated beam pulses 1 64 irra^ates successive portions of the silicon 
thin filni 52 provided on the sample 40 at a predetermined pulsed repetition rate along 
a second kradiation path 315, which traverses the lengtii of the sample 40 in the -Y 
direction. 

Figures 5 A-5G illustrate the sequential steps of the irradiation (i.e., by the 
radiation beam pulse 164) and the re-solidification of the first column 210 of the silicon 
tiiin fihn 52 provided on the sample 40 as the sample 40 is translated in the +Y direction 
so that the successive portion of the silicon thin film 52 m die first column 210 of the 
sample 40 are irradiated along the second irradiation path 315. 

•In particular. Figure 5A dio>ys the irradiation and complete melting of 
first areas 410 of the silicon thin fihn 52 in fke first conceptual column 210 adj acent to 
the top edge 45 of the sample 40 where the sample 40 is overlapped only by tiie first 
beamlet section 250 of the intensity pattern 235 of the stationary radiation beam pulse 
164, and the first slit-sh^edbeamlets255 irradiates and completely melts the silicon thin 
fihn 52 m areas 410 of the sample. Regions415 ofthe silicon thin fihn 52 on the sample 
40 are not irradiated and melted as a result of being overlapped by the first shadow 
regions 257 ofthe intensity pattem 235 of the masked irradiated beam pulse 164. 

As the sample 40 is translated pastthe location 310 OUxistrated in Figure 
4), the masked irradiated beampulse 164 provides emit the first slit-shaped beamlets 255 
ofthe intensity profile 235 (or a first masked radiation beam pulse) and irradiates each 
of the first areas 410 ofthe silicon thin fihn 52 on the first conceptual column 210. In 
this manner, the silicon thin film portions provided in the first areas 410 are melted 
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throughout the entire thickness thereof. It should be noted that each of the regions 415 
of the jBrst column 210 of the sample 40, overlapped by a respective one of the first 
shadow regions 257 of the intensity profile 235 remains unmelted. 

Turning now to Figure 5B, before the irradiation by a second irradiation 
5 beam pulse, in accordance with the predeteraiined pulse repetition rate, each of the areas 
410 of the silicon thin film 52 in the first conceptual column 210 of the sample 40 that 
were melted by the first radiation beam pulse cools, re-solidifies and crystalizes to form 
two columns of grains 420, 425 grown towards one another from the respective adjoining 
unmelted regions 415. 

10 During re-solidification and crystallization of the melted first areas 410, 

the unmelted regions 415 bordering the melted first areas 410 seed the lateral growth of 
grains in respective adjoining melted first areas 410. The two columns 420, 425 abut 
one another along a respective one of a plurali^ of grain abutment boundaries 430 after 
the abutting grains have grown by a diaracteristic growth distance of approximately 

15 1 .Sfzm. Both columns of grains 420, 425 in each one of the re-solidification first areas 
410 have a respective central portion in which grain boundaries form large angles (e.g., 
approximately 90°) with respect to the irradiation path 315, 

While the cooling, re^solidification and crystallization of the melted areas 
410 is taking place, the sample 40 is being continuously translated with respect to the 

20 stationary irradiation beam pulse 1 64 along the irradiation path 3 1 5 in the Y-direction. 
This is because when another area of the silicon thin fihn 52 on the first column 210 is 
irradiated by the second radiation beam pulse, the second beamlets 265 of the intensity 
pattern 235 of the stationary irradiation beam pulse 164 impinges the respective portion 
of the silicon thin film 52 so as to only partially overlap the respective adjacent pairs of 

25 the re-solidified and crystalized areas 4 1 0 and the unirradiated regions therebetween. For 
example, the timing for the emission of the second radiation beam pulse is controlled 
such that the distance of the translation of the sample 40 is less than tiie length of the 
first slit-shaped beamlets 255 (e.g., J4mm). 

Turning to Figure 5C, the silicon thin fihn 52 in the first conceptual 

30 column 210 of the sample 40 is irradiated using both tiie first and second beamlet 
sections 250, 260 of the intensity profile 235. When the sample 40 reaches the position 
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on the first column 2 1 0 at which the first slit-shaped beamlets 255 of the intensity profile 
235 would overlap certain portions of the re-solidified areas 410, flie computerl06 
controls the excimer laser 110 to generate another inadiation beam pulise through tiie 
mask 150 (i,e., the second radiation beam pulse) to irradiate particular areas of portions 
5 of the silicon thin film 52 in the first conceptual column 210. The computer 106 times 
the pulses and controls the translation of the sample 40 so that the second radiation beam 
pulse irradiates the appropriate areas of tiie silicon thin film 52 as discussed below. 

As shown in Figure 5C, the Second radiation laser pulse is generated so 
that the first slit-shaped beamlets 255 irradiate and completely melt second areas 435 of 
the silicon thin fihn 52 in the first ponceptual column 210, and the second slit-shaped 
beamlets 265 completely melt third areas 445 of the silicon thin fikn 52 in the first 
conceptual column 210. The second areas 435 preferably extend along the same 
scanning path in the first column 210 as the first areas 410 that are shown in Figure 5B. 
However, the second areas 435 are providedat an ofifset, the distance of which is slightly 
less than then length of the first areas 410 (i.e., '/inun) in the negative Y-direction. As 
shown in Figure 5C, overlapped areas 440 are provided between the first areas 410 and 
the second areas 435 which are small sections of die first areas 410 that were re- 
solidified, but again completely melted by the first slit-shaped beamlets 255 of the 
intensity profile 255. The computer 106 controls the timing of the pulses and the 
translation of the sample 40 to allow for the existence of such overlapped areas 440 so 
as to avoid the possibility of having unirradiated areas on the silicon Ma film 52. The 
width of the overlapped areas 440 can be, e.g., l/um. Other width of the overlapped areas 
440 may also be used (e.g., 0.5/jm, l.Sfzm, 2//m, etc.) 

The thkd areas 445 preferably extend along a line Q (in the Y-direction) 
which is parallel to the centerline P, along which the first areas 410- and the second areas 

435 extend, and ofl&et therefix)m by approximately 0J5/mi. In addition, the bottom edge 

436 of each of the second areas 435 is of&et with respect to the Y-direction by 505/zm 
&om the bottom edge 446 of the respective third area 445. The top edge 437 of each of 
the second areas 435 is offset in the Y-direction by Sfjrn firom the bottom edge 446 of the 
respective third area 445. Because of such configuration of the second areas 435 and the 
third areas 445, the third areas 445 overlap certain portions 450 of the le-soUdified first 
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areas 410 melted by the first masked irradiation beam pulse. Therefore, the silicon thin 
film 52 in tiiese portions 450, which were overlapped by the tiiird areas 445, are again 
completely melted throughout its thickness along with the previously unmelted regions. 

Figure 5D shows the cooling, re-solidification, grain growth and 
5 crystallization of the completely melted silicon thin fihn 52 provided in the second and 
third areas 435, 445, the overlapped areas 440 and the portion 450, and the previous 
melted regions. With reference to the second areas 435, each of these areas 410 re- 
solidifies and crystalizes to form two columns of grams 460, 465 that are seeded and 
grown towards one another from the adjoining umnelted regions 455. The two columns 
10 460, 465 abut one another along a respective one of a plurality of grain abutment 
boundaries 468 after the abutting grains have grown by a characteristic growfli distance 
of approximately 1 .Spm. Both columns 460, 465 m each of the secondre-sblidification 
areas 435 have a respective central portion in which grain boundaries form large angles 
(e.g., approximately 90°) with respect to the second iiradiation path 315. 

In the melted third areas 445 that adjoin respective non-overlapped 
portions of the first areas 410, which have been previously iiracUated and re-solidified, 
the grains m such non-overlapped portions of the first areas 410 seed grain growth in the 
adjoming region of the third areas 445 until grains growing in the opposite directions in 
•the thhrd areas 445 abut one another at a grain abutment boundaries 470. In this mamier, 
the grains of the first areas 410 of grams 420, 425 of silicon thin fihn 52 in the first areas 
are extended mto the thkd areas 445 so as to increase the lengths of the grains. 

Sunilarly to the discussion above with referraice to Figure 5B, while re- 
solidification of the second and third melted areas 435, 445 is takmg place, the sample 
40 is being continuously translated witii respect to the stationary irradiation beam pulse 
164 along the second irradiation patii 315. In particular, tiie sample 40 is translated so 
that another area of the silicon thin fihn 52 is irradiated by a thkd radiation beam pulse 
having the intensity pattern 235 shown in Figure 3, and the sample 40 is tianslated so as 
to only partially overlap certain regions of the re-solidified second and third areas 435, 
445 by the third irradiation beam pulse. The timing of tiie generation of the third 
kradiation beam pulse is contirolled in the similar manner as the control of the generation 
of tiie second pulse described above. 
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Turning to Figure 5E, the third radiation laser pulse is generated so that 
the first slit-shaped beamlets 255 kradiate and completely melt fourth areas 475 of the 
silicon thin fihn 52 in the first column 210, and the second slit-shaped beamlets 265 
completely melt fifth areas 485 of the siUcon thin fihn 52 in the first column 210. The 
5 fourth areas 475 preferably extend in the same direction as the first areas 410 which are 
illustrated in Figure 5B. Similarly to the second areas 435 of Figure 5C, the fourth areas 
475 are provided at a distence firom. the second areas 435 in the negative Yrdirection 
which is slightly less than the length of the second areas 435 (i.e., slightly less than 
%mm). Overlapped areas 490 provided between the second areas 435 and the fourth 

10 areas 475, and overlapped areas 495 provided between the thhd areas 445 and the fifth 
areas 485 are small sections of the first and second areas, respectively, which were re- 
solidified but agam completely melted by the first and second slit-shaped beamlets 255, 
265 of the fiirther mtensity profile 405 of the masked irradiated beam pulse 164, 
respectively. The computer 106 controls the timing of the pulses and the translation of 

15 the sample 40 to allow for the creation of such overla{)ped areas 490, 495 in order to 
avoid the possibility of having unirradiated areas on the silicon thin fihn 52. The width 
of the overlapped areas 490, 495 is sunilar to that of the overlapped areas 440. 

The positional relationship between the fourth and iSfih areas 475, 485 is 
substantially the same as the positional relationship between the second and third areas 

20 435, 445, the details of which are described above. Due to such configuration, the fifth 
areas485overlapcertainportions497ofthethirdre-solidifiedareas445. Therefore, the 
silicon thin fihn 52 m these portions 497 (vMch vvere overl^ed by the fifUi areas 485) 
is again completely melted. 

Figure 5F shows the re-solidification and grain growth in the previously 
25 completely melted fourth and fifth areas 475, 485 and the overlapped areas 490, 497. 
The description ofthe re-solidification and lateral growth provided above with reference 
to Figure 5D is equally applicable herem. In particular, as the fourth areas 475 are re- 
solidified, and flie controlled grain lateral growth occurs therein that is seeded fi-om thek 
edges, two columns of grain formations 500, 505 are formed, thus effectively exteiidmg 
30 the columns 460, 465, respectively. With respect to the fifth areas 485, two columns of 
graua formations 510, 515 are also fomied m a sunilar manner. Thus, the controlled 
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lateral grain growth of the sUicon thin fihn 52 is further extended along the first column 
21 0 to include the previously and completely melted silicon thin film 52 provided in the 
fourth and fifth areas 475, 485. 

As the sample 40 is continuously translated and the first column 210 of 
5 the silicon thin fihn 52 is irradiated by the masked irradiated beam pulse 164 along the 
second path 315, forther areas of the silicon thin fihn 52 on the first column 210 are 
melted consistent with the melting configuration of the areas 435, 445 and the areas 475, 
485, and the controlled sequential lateral solidification and grain growth in all such 
fiirther areas of the first column 210 is effectuated. Thus, all portions of the silicon thin 
10 fihn 52 in the entire first conceptual column 210 of the sample 40 between the top edge 
45 and the bottom edge 47 of the sample 40 are subjected to the continuous motion SLS. 
Since all areas in the first column 210 have been kradiated and subjected to the SLS, 
there is no need to further re-irradiate any portion of the silicon thin fihn 52 provided 
therem. In particular, the end product of such continuous motion SLS for the first 

15 column 210 is illustrated in Figure 5G, which shows that when the cooling and re- 
solidification of aU melted areas 410, 435, 445, 475, 485, etc. is completed, a re- 
solidification region 520 is formed having contiguous columns 510 of relatively long 
grains, along with grain boundaries oriented generally along the X-direction. This is an 
improvement over the prior SLS methods which require microtranslations of the sample 

20 40 to be performed while each respective column of such sample is irradiated using the 
radiation beam pulse. Such microtranslations require the continuous translation of the 
sample to be slowed to a stop, the sampled to be microtranslated, then to increase the 
speed of the translation of the sample via the sample translation stage to reach a 
predetermined velocity, and to continue with the translation of the sample while 

25 irradiating the particular column ofthe silicon thin fihn. 

Turning back to Figure 4, when the sample 40 is translated so that the 
fixedpositionofunpingementofthemaskediiradiatedbeampulse 164 reaches abottom 
edge 47 ofthe sample 40 at a location 320 with respect to the position ofthe sample 40, 
the translation ofthe sample 40 is slowed along a third path 325 untU the sample 40 

30 comes to a fiill stop when the fixed position of impingement ofthe radiation beam pulse 
164 is at a location 330 with respect to the position ofthe sample 40. In the present 
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embodiment, the predetennined pulse repetition rate is, for example, 250-300 pulses/sec 
(which is preferable for the excimer laser 1 10 used herein) and each pulse provides a 
beamlet intensity of approxunately 500 mJ/cm^ with a pulse duration of approximately 
30 nseconds. 

5 After the stationary irradiation beam pulse 1 64 in the frame of reference 

of Ae translating sample 40 has come to a stop at the location 330, the sample 40 
translated in the X direction under the control of the computer 106 so that the pulsed 
irradiation beam pulse 164 traces a fourth path 335 until the masked irradiation beam 
pulse 164 impinges the sample 40 at a location 340. The sample 40 is then accelerated 

10 in the -Y direction so that the pulsed irradiation beam traverses a fitfth path 345 such that 
the sample 40 reaches the predetermined velocity of translation by the time the bottom 
edge 47 of the sample 40 reaches a position 347 of impingement of tiie masked irradiated 
beam pulse 164. Thereafter, the sample 40 is continuously translated at tiie 
predetermined velocity in the - Y direction for the entire length of a sixth irradiation patii 

15 350, while the masked irradiation beam pulse 164 sequentially irradiates the metal layer 
52 on second column 220 of the sample 40 at the predetennined pulsed repetition rate.. 

Referring to Figure 6 A, there is shown a portion 540 of the silicon thin 
fihn 52 in tiie second conceptiial column 220 immediately above tiie lower edge 47 of the 
sample 40i after tiie tianslatipn of tiie sample 40, so tiiat it is impinged by the masked 

20 irradiated beam pulse 164 along tiie sixfli patii 250. The portion 540 of tiie silicon tiiin 
fihn 52 in the second column 220 is first irradiated using tiie second slit-shaped beamlets 
265, and areas 550 of tiie portion 540 are completely melted tiiroughout their entire 
tiiickness. This is because tiie portion oftiie intensity profile oftiie masked irradiated 
beam pulse 164 which irradiates and completely melts tiie areas 550 using tiie second 

25 beamlet section 260 having the second slit-shaped beamlets 265 provided in the 
configuration tiiat was described above. At tiiis point in the process, the first slit-shaped 
beamlets 255 do not irradiate the second column 220 of the sample 40 because they are 
irradiated outside tiie boundaries of the sample 40 (i.e., below the bottom edge '47). It 
should be noted tiiat a small ship 550 of a particular area 550, which is adjacent to the 

30 re-solidification region 520 of tiie first conceptual column 210, slightly overlaps a small 
portion 555 of the re-soUdification region 520 along the lengtii of such area 550 (e.g., for 
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i4mm). Prior to the irradiation by the second slit-shaped beamlets 265, when the masked 
irradiated beam pulse 164 impinges the sample 40 along the sixth path 350, this small 
portion 555 is subjected to the irradiation and SLS in the first column 210 of the sample. 
The small portion 555 corresponds to a initial section of the overlapping portion 230 
5 shown in Figure 4. The irradiated and melted silicon thin film 52 of the areas 550 are 
separated by the shadow areas 56Q. As described above, the reason that fliese areas 560 
were not irradiated is because the first shadow regions 267 of the intensity pattern 235 
of the masked irradiated beam pulse 1 64did not irradiate and melt the areas 560. 

The silicon thin film 52 provided in the areas 550 cool and re-solidify to 

1 0 effect lateral grain growth therein starting from their respective edges. In particidar, each 
area 550 has two abutting colunms of grains 570, 575 (shown m Figure 6B) which extend 
along the entire length of the respective area 550. As described above with respect to the 
SLS of the first column 210, the grain growth is initiated firom and seeded fiwm the 
shadow areas 560 toward a center of the respective areas 550. Wifh tespect to the 

1 5 particular area 550 which has the small overlapping area 555, the grains of neighboring 
completed portion 565 seed and laterally grow into that particular area 550. 

Turning to Figure 6B as the areas 550 cool and re-solidify, the sample 40 
is continuously translated in the negative Y-direction at the predetermined velocity along 
the sixth path 350, and another portion of tiie silicon thin film 52 in the second 

20 concq>tual column 220 is irradiated. Since the masked irradiated beam pulse 164 
impinges the silicon thin film 52 along the sixtti path 350 while the sample 40 is 
translated by tiie computer 1 06 as described above, the second slit-shaped beamlets 265 
irradiate and completely melt the silicon tiiinfihn 52 in areas 580. As discussed abqve 
with reference to Figures 5C and 6A, each of the areas 580 has a small area 582 which 

25 overlaps a portion of the previously irradiated and re-solidified respective area 550. In 
addition and as described above with reference to Figure 6A, the particular area 580 
bordering the re-solidificationregion 520 has a small area 583 which overlaps and melts 
a portion 584 thereof. In addition, the first slit-shaped beamlet 255 irradiate and 
completely melt the silicon thin fihn 52 in the areas 585. A small area 583 corresponds 

30 to a portion of the overlapping portion 230 shown in Figure 4 which is subsequent to the 
small area 555 illustrated in Figure 6A. 
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As further shown in Figure 6B, the areas 585 are provided at a distance 
from the areas 580 (in the negative Y-du»ction) slightly greater than the entire length of 
the areas 580. The configuration of the areas 580, 585 mih reqject to one another is 
substantially similar to the configuration of the areas 435, 445 described above and 
5 shoAvn in Figure 5C. Thereafter, the areas 580, 585 cool and re-solidify in a substantially 
the same manner desaribed above with reference to in Figure 5C, only that the SLS for 
the silicon thin fihn 52 provided in the second column 220 of the sample if effectuated 
from the bottom edge 47 of the sample 40, instead of finm the top edge 45 as provided 
for the first column 210. 

1 0 Again turning back to Figure 4, when the sample 40 is translated in the 

-Y direction so that the fixed position of impingement of the masked irradiated beam 
pulse 164 reaches the top edge 45 of the sample 40, the translation of the sample .40 is 
slowed along a seventh path 355 untU the sample 40 comes to a fiill stop when the fixed 
position of unpingement of the radiation beam pulse 1 64 on the sample 40 is at a location 

15 360 with respect to the sample 40. After the stationary irradiation beam pulse 164inthe 
frame of reference of the translating sample 40 has come to a stop at the fourth location 
360 (i.e., the translation of the sample 40 is stopped), tiie sample 40 is translated in the 
negative X-durection under the control of the computer 106 so that the masked uradiated 
beam pulse 164 traces an eighth path 365 until the masked irradiated beam pulse 164 

20 impinges a location 370 outside the boundaries of the sample 40. The sample 40 is then 
accelerated in the Y-direction so that the masked irradiated beam pulse 164 traverses 
another patii whicfr is substantially parallel to the second kradiation path 315 (i.e., the 
sample 40 is again translated in the Y-direction). This procedure continues until the 

silicon thin fihn 52 provided in all conceptual columns of the sample 40 are irradiated, 

25 and flie SLS is successftilly effectuated therein. 

As described above, each such translation of the sample 40 and the 
irradiation thereofis performed for every conc^tual column oftiiesan^le 40. Thus, if 
the sample 40 is conceptually subdivided into 15 colunms, the sample 40 is continuously 
translated in the Y-direction or the negative Y-dkection 15 times. The results of the 

30 single-step, continuous motion SLS according to the present invention is shown in Figure 
7. 'niisdrawingillustratestheendproductofthe sample40 whose every area of tiie 
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silicon thin film 52 extending along the entire periphery of the sample 40 is irradiated to 
. promote the controlled SLS and grain growth thereon. 

It is preferable to use a high aspect homogenized irradiation beam, i.e., 
having a wide and thin intensity profile in the direction of the translation of the sample 
5 40. In particular, when such intensity is utilized, it takes less steps to irradiate all 
columns of the sample 40. There are also tuning advantages to the utilization of the 
above-described embodiment of the method according to the present invention. 
Generally, the total process time TpRocEss to irradiate and process the silicon thin film 52 
provided on the entire sample 40 is calculated as follows: 

^® ^PROCESS ~ ^CRYSTALIZATION + '^WASTED (3) 

vvdiere: 

^TOTAL _ 

. X n 

T - ^BEAM 

•CRYSTALIZATION " r > (4) 

'LASER 

Atotal is the total area of the sample 40 (e.g., 40cm x 30cm = HOOcm^), Abeam is abeam 
area (e.g., 2cm x 1mm = 20mm^), and n is a number of shots fired at a particular point 
15 (e.g.,foratwoshotprocessillustratedinFigures5A-5Gand6A-6B,ff=2). Inthepresent 
embodiment, the crystallization time for each column is approximately 1 second. 
Therefore, the total timeofcrystallizationforlhesamplehaving 15columnsis 15second. 
Next, the wasted time should be evalxiated. For example, 

"^WASTED ~ '^STEP ^ TsTEP» (5) 

20 where nsrcp is the number of times the sample is stepped to the next colunm (e.g., for 1 5 
columns, the sample is stepped 14 times), and Tstcp is the time required for each such 
stepping (e.g., 0.3 seconds). Thus, Twastcd is 14 x 0.3 seconds = 4.2 seconds for the 
sample 40. To compare this result with the time wasted for the method and system 
described in the '585 application, while the crystallization time of each colunm of the 

25 sample 40 is the same for the system and method of the present invention and that of the 
*585 application (due to a reduction of the sample velocity in the present invention by 
half as compared to the velocity of the sample described in the *585 application), the 
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wasted time of the system and method of the '585 application is higher than that of the 
systeni and method of the present invention. This is because the system and method of 
the present invention does not require the sample 40 to be microtranslated (as described 
in the *585 application) when the masked irradiated beam pulse 164 is impinging a 
location outside of the periphery of the sample 40. Therefore, according to the present 
invention, the microtranslatidn time is not at issue because the sample 40 is not 
microtranslated. Thus, if tiie sample of '585 application is subjected to one 
niicFOtranslation per column thereof, the time wasted not crystaliaang the silicon thin film 
on ihe sample is 14 columns x 0.3 seconds = 4.2 second for microtranslations and 4.2 
seconds for regular translations of the entire sample. Thus, the time savings to erystalize 
each sample using the system and method of tiie present invention is reduced by, e.g., 4.2 
seconds as compared to the system and method of the *585 application. 

Figure 8 shows an enlarged illustration of a second exemplary 
embodiment of an intensity pattern of the irradiated beam pulse as defined by a further 
mask 150 utilized by the system and method of the present invention as it impinges the 
silicon thin film on the substrate, which promotes a larger grain growth on the silicon thin 
fihn. This exemplary intensity pattern 600 includes slit-shaped beamlets 601, 603, 605, 
607, 609, 61 1, 613, 615, 617, 619, etc. provided in a stepped manner. The width of the 
slit-shaped beamlets 601, 603, 605, 607, 609, 611, 613, 615, 617, 619 along the X- 
direction can be the same as that of the first slit-shaped beamlets 255 of the intensity 
pattern 235 (e.g., 3/j.m), and the lengthofthese slit-shaped beamlets can be, e.g., 0.2 /zm. 
Other sizes and shapes of the slit-sh^ed beamlets 601, 603, 605, 607, 609, 61 1, 613, 
615, 617, 619, etc. are conceivable, and are within the scope of the present invention. 

In particular, the slit-shaped beamlet 601 is provided in a top-rightmost 
comer of the intensity pattern 600 The slit-shaped beamlet 603 is provided at an offset, 
in the -X dnection, fiom the slit-shaped beamlet 601 . In particular, a top edge 630 of the 
slit-shaped beamlet 603 extends slightly above a line A on vAuch. the center 602 of the 
slit-shaped beamlet 601 extends. Similarly, the slit-shaped beamlet 605 is provided at 
an ofifeet (in the -X direction) firom the slit-shaped beamlet 603 so that a top edge 63 1 
of the slit-shaped beamlet 605 extends sUghtly above a line B on which the center 604 
of flie slit-sh{q)ed beamlet 603 extends. The same ^plies for the position of tiie slit- 
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shaped beamlet 607 with respect to the slit-shaped beamlet 605, and the slit-shaped 
beandet 609 with respect to slit-shaped beamlet 607. The slit-shaped beamlets 61 1,6.13, 
61 5, 617 and 619 are arranged in a substantially the same configuration as the slit-shaped 
beamlet 601 , 603, 605, 607, 609, except that whUe the startmg location of the slit-shaped 
5 beamlet 61 1 is the same as of the slit-shaped beamlet 601 along the Y-direction, the slit- 
shaped beamlet611 is offsetalongtiieX-directionbyaparticuIarlength635. According 
to an exemplary embodiment of the present invention, the top edge 634 of the slit-diaped 
beamlet 6 1 1 is provided slightly above a line C on which the bottom edge 633 of the slit- 
shaped beamlet 609 extends. The configuration of the intensity pattem 600 is provided 

10 such that the first row 640 of the intensity pattem 600 (consisting of Ihe slit-shaped 
beamlets 601, 603, 605, 607, 609) is provided above the second row 641of the intensity 
pattem 600 (consisting of the slit-shqjed beamlets 61 1, 613^ 615, 617, 619) alongthe -X 
direction, followed by the third row 642, etc. The intensity pattem 600 can include a 
large number of rows of slit-shaped beamlets, e.g., 100, 1000, etc., depending on the 

15 width of the irradiation laser beam 149 impactmg the mask 150, and the configuration 
of the slits and opaque regions of the mask 150. 

Figure 9 shows the grain structure of a portion of an exemplary first 
conceptual column 210 of the sample 40 having the silicon thin fihn 52 therein, as the 
intensity pattem 600 of the masked uradiated beam pulse 164 of Figure 8 impinges the 

20 respective portions of the silicon thin film 52, at an exemplary stage of SLS processing 
according to a second exemplary embodiment of the method of the present invention. 
Usmg the esjemplary embodunent of the medibd shown in Figure 9, longer grains can be 
grown on the silicon tiiin film 52. This exemplary embodiment of the method according 
to the present invention can be implemented in a substantially the same manner as the 

25 embodiment described above with reference to Figures 4, 5A-5G and 6A-6B, while 
utili2ang the intensity pattem 600 instead of ths intensity pattem 235 to irradiate, and 

completely melt the silicon thin fihn 52 in the first conceptual column 210 of the sample 
40. 

In particular. Figure 9 illustrates this exemplary embodiment when the 
30 silicon thin fihn 52 in the first conceptual column 210 of the sample 40 is irradiated by 
the intensity pattern 600, while the sample 40 is continuously translated in the Y- 
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direction. The silicon thin film 52 in the areas 650, 652, 654, 656, 658, 660, 662, 664, 
666, 668, etc. of the first conceptual column 210 of the sample 40 are completely melted 
throughout its thickness. It should be understood that these particular areas are being 
irradiated because the slit-shaped beamlets 601, 603, 605, 607, 609, 61 1, 613, 615, 617, 
5 619, etc. of the intensity pattem 600 of the masked irradiated beam pulse 1 64 impinged 
such areas 650. 652, 654, 656, 658, 660, 662, 664, 666, 668, etc. to completely melt the 
silicon thin fihn 52 provided therein (i.e., fliroughoutthe thickness of the silicon thin fihn 
52). 

The silicon thin film 52 provided in most of tiie areas 650 was not 
10 subjected to the previous lateral solidification. With the respect to tiie area 652, the slit- 
shaped beam 603 impinging on the silicon thin film 52 provided in this area 652 melts 
inorethanhalfofthere-solidifiedsectionofcorrespondingto the location thereof (which 
was previously irradiated by the slit-shaped beamlet 601). In particular, the top edge of 
flie area 652 is provided slightly above a line M on which a boundary 644 extend along 
15 the M-axis, the boundary 644 being formed by the previous irradiation and grain growth 
by the slit-shaped beamlet 601. It should be understood that due to such position of the 
area 652, the center 653 thereof is provided above a line N along which a lower edge of 
the area 650 extends. Similarly, the center 655 of the area 654 is positioned slightly 
above an axis along with the lower edge of the area 652 extends, the center 657 of the 
.20 area 656 is positioned slightly above a line along with the lower edge of the area 654 
extends, and the center 659 of the area 658 is positioned slightly above an axis along with 
the lower edge of the area 656 extends. Therefore, the areas 650, 652, 654, 656, 658 are 
provided in a configuration which substantially corresponds to that of the slit-shaped 

beamlets 601, 603, 605, 607, 609 of the first row 640 of the intensity pattem 600 of the 
25 miasked irradiated beam pulse 1 64. 

The areas 660, 662, 664, 666, 668, in which the silicon thin film 52 is 
completely melted throughout its thickness, are arranged in a substantially the same 
configuration as that of the areas 650, 652, 654, 656, 658, except that the area 660 is 
provided at an offeet, along the -X direction, &om the area 650, with the distance of the 

30 ofifeetbeingapproximatelyequaltothedistance635betweentheslit-shapedbeamlet601 
and the slit-shaped beamlet 611 as described above with reference to Figure 8. la 
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addition, the area 658 has a small portion 670 which overlaps the region of the silicon 
thin fihn 52 which was previously irradiated by the slit-shaped beamlet 611. It is 
preferable to utilize this small portion 670 such that the small gram regions provided at 
the edges of the re-solidified areas of the silicon thin sample 52 are minincdzedor even 
5 eliminated. 



the mask of Figure 8 as the sample 40 is contmuously translated along the Y-du:ection. 
In this manner, a number of rows 710, 720, 730, etc. of the silicon thin fihn 52 in the first 
conceptual column 210 are produced. The number of these rows 710, 720, 730, etc. 

10 corresponds to the number of the rows 640, 641, 642, etc, of the mtensity pattern 600 
illustrated in Figure 8. Similarly to the metiiod of Figure 4, when the sample 40 is 
translated so that the masked irradiated beam pulse 1 64 reaches the lower edge 47 of the 
sample 40, and the masked kradiated beam pulse 164nolongerimpingesthesiliconthin 
film 52 provided on the sample 40, the sample is translated in the X-direction to reach 

15 a particular location to position the sample 40 for further translation so that the irradiation 
beam 164 may impmge the silicon thin fihn 52 in the second conceptual column 220 of 
the sample 40. Thereafter, the sample 40 is translated in the - Y direction and the silicon 
thin film 52 in the second conceptual column 220 of the sample 40 is irradiated in a 
substantially the same manner as provided above with reference to Figures 9 and 10. 

20 However, the slit-shaped beamlets 609, 619 (and not tiie slit-shaped beamlets 601, 61 1) 
first irradiate the silicon thin film 52 in the sepond conceptual column 220, starting from 
the lower edge 47, and completing the irradiation of the second column of the sample 40 
at tiie top edge 45. In this manner, the silicon thin film 52 in all conceptual columns of 
the sample 40 can be effectively subjected to the continuous motion SLS, witii longer 

25 grains being grown thereon. 



the intensity profile 600 of the masked irradiated beam pulse 164 illustrated in Figure 8 
is provided as follows: 



Figure 1 0 shows the progression of the SLS of the first column 210 usmg 



The exemplary velocity V to translate the sample 40 and irradiate it using 



B 'LASER 



(6) 
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where is the width of one of the slit-shaped beamlets 601, 603, 605, 607, 609, 611, 
613, 615, 617, 619, etc. of the intensity pattern 600 shown in Figure 8, and fi,ASER is the 
ftequency of the irradiation beam 149 emitted by, e.g., the excimer laser 1 10. In the 
exemplary embodiment illustrated in Figure 8, Lb equals to 0.2mm, and 4aser can equal 
5 to 300 hertz. Thus the exemplary velocity V of the sample translation can equal to 
60mm/seconds for five (5) beamlets provided in each row 640, 641, 642, etc. of the 
mtensity pattern 600. Accordmg to the exemplary embodiment of the present invention, 
if the number of slit-shaped beamlets of the intensity profile 600 per row increases to, 
e.g., ten (10) slits, then the length of each slit-shaped beamlet is preferably reduced by 
0 . half to, e.g., 0. 1mm. Therefore, with 1 0 slit-shaped beamlets per column of the intensity 
pattern 600 and using the above calculations, the velocity of the sample translation is 
equal to 30mm/second. However, using a higher number of the slit-shaped beamlets in 
a single row of the intensity pattern 600, it is possible to obtain longer grains on the 
silicon thin film 52 of each conceptual column of the sample 40. 

Figure 1 1 shows an enlarged illustration of a third exemplary embodiment 
of an intensity pattern 800 of the irradiation beam pulse as defined by another mask 1 50 
utilized by the system and method of the present invention as it impinges the silicon thin 
fUm on the substrate. Similar to the intensity pattern 235 of Figure 3, the intensity, 
pattem 800 includes the first beamlet section 250 and the second beamlet section 260. 
In addition, the intensity pattem 800 includesone reduced intensity section 810 bordering 
the second beamlet section 260. The reduced intensity portion 810 has only 70% of the 
intensity of the homogenized irradiation beam 149, and can be generated by a gray-scale 
portion of the mask 150 by irradiation tibie homogenized irradiation beam 149 through 
such gray-scale portion of the mask 150. This reduced intensity portion 810 does not 
melt an area of fee silicon thin fihn 52 which it impacts throughout the entire thickness 
thereof; indeed, this reduced intensity portion 810 of the masked irradiated beam pulse 
1 64 only partially melts the area of the silicon thin fihn 52 that it irradiates. 

the intensity pattem 800 shown in Figure 1 1 can be used for irradiating 
the sample 40 via flie exemplary embodiment of the method according to the present 
invention illustrated in Figures 5A-5G and 6A-6B. Due to the presence of the reduced 
intensity portion 810 in the intensity pattem 800, the width of the cross-section of the 
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masked irradiated beam pulse 164 can be approximately LSmm (as opposed to having 
the width of the masked irradiated beam piilse 164 being 1mm as provided for the 
intensity pattern 235 of Figure 3) so as to utilize all areas of the intensity pattem.800, 
including the reduced intensity portion 810. However, while the width of the masked 
5 irradiated beam pulse 164 is increased, the sample 40 may be translated at the same 
predetermined velocity as the velocity used with the intensity pattem 235 with reference 
to Figures 4, 5A-5G and 6A-6B. 

The illustration of the continuous motion SLS process according to the 
present invention using the intensity pattem 800 is substantially the same as for the 

10 intensity pattem 235 for the &st two irradiation beam pulses impacting the silicon thin 
fihn 152 as provided above with reference to Figures 5A-5D, However, for the third 
irradiation beam ptilse shown in Figure 5E, the area labeled as 820 would be completely 
irradiated using the reduced intensity portion 810 of the intensity pattem 800. While the 
area 820 is irradiated by the reduced intensity portion 810 of the intensity pattem 820, 

15 it is only partially melted Thereafter, the area 820 re-solidifies while mamtaining the 
... integrity of the grains grown therein. This partial melting is advantageous because upon * 
re-solidification of the area 820, the surface thereof is flattened, and thus peaks and 
valleys on this surfece are minimized. This procedure continues for the first conceptual • 
column 210 of the sample 40 until the sample 40 is continuously translated so that the ' 

20 masked irradiated beam pulse 1 64 just passes the bottom edge 47 of the sample 40. 

The procedure described above with reference to Figure 4 is continued in 
a substantially the same maimer as described above which utilizes the intensity pattem 
235. However, according to this embodiment of the method according to the present 
invention which utilizes the intensity pattem 800 for irradiatmg the silicon thin film 52 

25 provided on the sample 40, after the masked irradiated beam pulse 164 stops impinging 
any area of the fibrst column 210 of the sample 40, and before it starts impinging flie 
second column 220 of the sample 40, the reduced intensity portion 810 of the intensity 
pattem 800 is placed such that when the masked irradiated beam pulse 164 starts 
irradiating the second conceptual column 220 of the sample 40. Thus, the reduced 

30 intensity portion 8 1 0 of the intensity pattem 800 of the masked irradiated beampulse 1 64 
is provided at the back of the two beamlet sections 250, 260 of the intensity pattem 800. 
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This can be done by, e.g., rotating the mask 150 by 180°. In this manner, the reduced 
intensity portion 810 can partially irradiate the previously-irradiated and re-solidified 
areas of the second column 220 (i.e., already subjected to the SLS via the beamlets of the 
. first and second beamlet sections 250, 260 of the intensity partem 800). Upon reaching 
5 the top edge 45 of the sample, the reduced intensity portion 8 1 0 of the intensity pattern 
800 can again be placed in the same configuration as was utilized when the first 
conceptual colunm 210 of the sample 40 was being irradiated by the masked irradiated 
beam pulse 164 (e.g., by rotating the gray-scale portion of the mask 150 by 180°). In 
this manner, the silicon thin film 52 of the entire sample 40 can be effectively subjected 
10 to the continuous motion SLS, while flattening the surface of the irradiated, re-solidified 
and ciystalized silicon thin film 52 on the entire periphery thereof 



embodiment of an intensity pattern 830 of the irradiated beam pulse as conceptually 
defined by yet another mask utilized by the system and method of the present invention. 

15 as it impinges the silicon thin film on the substrate. Similar to the intensity pattem 800 
of Figure 3, the intensity pattern 830 includes the first beamlet section 250, the second 
beamlet section 260 and a first reduced intensity section 810 bordering the second 
beamlet section 260. In addition, the intensity pattem 830 includes second reduced 
intensity section 810 bordering the first beamlet section 250. As with the first reduced 

20 - intensity portion 810, the second reduced intensity portion 840 has only 70% of the 
. . intensity of the homogenized irradiationbeam 1 49, and can be generatedby another gray- 
scale portion of the mask 150 by irradiation the homogenized irradiation beam 149 there 
through. 



25 is shown as if both first and second reduced intensity portions 810, 840 are being used 
• for irradiating the silicon thin film 52 provided on the sample 40. However, as shall be 
described in fiirther detail below, only one of these reduced intensity portions 810, 840 
of the intensity pattem 830 are to be used for such irradiation. 



30 the silicon thin film 52 with the method according to the present invention in a similar 
manner as described above with reference to the use of the intensity pattem 800 of Figure 



Figure 12 shows an enlarged illustration of a fourth exemplary 



It should be understood that the intensity pattem illustrated in Figure 12 



The intensity pattem 830 shown in Figure 12 can be used for irradiating 
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1 1 . Again, the width of the cross-section of the masked irradiated beam pulse 1 64 is also 
approximately 1 .5mm. In particular, when the sample 40 is continuously translated so 
that the masked irradiated beam pulse 164 irradiates the first conceptual column 210, 
only the first beamlet section 250, the second beamlet section 260 and the first reduced 
5 intensityportion810oftheintensitypattem830ofthemaskedirradiatedbeampulse 164 
is irradiated and impinges the silicon thin fihn 52 on the sample 40, while the second 
reduced in tensity portion 840 is not utilized Then, the procedure for the SLS of the first 
conceptual column 210 continues in substantially the same manner as the procedure 
described above for the first conceptual column 2 1 0 which uses the intensity pattern 800. 

10 Then, after the masked irradiated beam pulse 164 stops impinging any 

area of the first conceptual column 210, and before it starts impinging the second 
conceptual column 220 of the sample 40, the mask 150 is positioned or shifted in the Y- 
direction by the mask translation stage such that the second reduced intensity portion 840 
of the intensity pattem 830 is utilized when the masked irradiated beam pulse 1 64 starts 

1 5 irradiating the second conception column 220 of the sample, while not utilizmg the first 
reduced intensity portion 8 1 0 for any irradiation of the silicon thin fihn 52 in the second 
conceptual column 220 of the sample. In this manner, the second reduced intensity 
portion 840 of die mtensity pattem 830 of the masked kradiated beam pulse 164 is 
provided at the back end of the first and second sections 250, 260 of the intensity pattem 

20 830 of the masked irradiated beam pulse 164 to irradiate the silicon thin fihn 52 in the 
second conceptual column 220 of the sample 40. Upon reaching the top edge 45 of the 
sample 40, the mask 1 50 is positioned or shifted in the negative Y-direction by the mask 
translation stage so that the intensity pattem 830 is provided in the same configuration 
as was utilized when the first conceptual column 210 of the sample 40 was irradiated by 

25 the masked irradiated beam pulse 1 64. 

Figures 1 3 A- 1 3D show the radiation beam pulse intensity pattem and the 
grain structure of a portion of an exemplary first conceptual column of a silicon thin film 
52 on the sample 40 at various sequential stages of SLS processing according to another 
exemplary embodiment of the method of the present invention. In tiiis exemplary 

30 embodiment, the silicon thin fihn 52 of the entire sample 40 has aheady mdergone the 
continuous motion SLS, and then rotated 90*" in a clock-wise direction by the sample 
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translation stage 180 (i.e., controlled by the computer 106). After such rotation, the 
• sanaple 40 is again conceptually subdivided into, e.g., 15 columns, the sample 40 is 
translated in the same manner as described above with reference to Figures 4, 5 A-5G and 
6A-6B. 

In particular. Figure 13 A shows melted areas 860 of a first conceptual 
column 850 which were irradiated by tiie beamlets 255 of the first beamlet section 250 

. of the intensity pattern 235 illustrated in Figure 3, as the sample 40 is continuously 
translated the Y-direction. As discussed above for the areas 210 in reference to Figure 
5A, the areas 860 are melted throughouttheir entire thickness. Contrary to the areas 2 10, 
the areas 860 of the first column 850 were previously subjected to the SLS prior to their 
melting. Then, as shown in Figure 13B, the areas 860 cool, re-solidify and re-crystalize. 
The grain seeding and growth takes place starting &om the borders of the areas 860. In 
this embodiment, because the silicon thin film 52 of the sample 40 had abeady underwent 
the SLS, the grains provided at the edges of the areas 860 (yMch were grown in the 
. controlled manner) seed the areas 860, and start growing into the re-solidifying areas 860 
to form areas 865 which have larger areas of single grain growth. The procedure 
continues as shown in Figure 1 3C such the sample 40 is translated in the Y-direction and 
irradiated in a substantially similar manner as described above with reference to Figure 
5C. Similarly to the areas 435, 445, certain areas 870, 875 ofthe silicon thin fihn 52 in 
the first conceptual column 850 are melted. As with the areas 435, 445, particular 
portions ofthe areas 870, 875 overlap certain portions ofthe previously irradiated and 

. re-solidified areas 865 of Figure 13B. As shown in Figure 1 3D, upon cooling and re- 
solidification ofthe areas 870, the lateral grain growtii is seeded andpromoted &om &eir 
borders using the grains grown using the process described above with reference to 
Figures 5A-5G to form the resultant areas 885. With respect to the cooling, re- 
solidification and re-crystallization of the areas 875, the grain growth in the resultant 
areas 880 is promoted using the grains of the re-solidified areas 865 provided at the 
borders of the areas 875. According to the procedure described above with reference to 
Figures 13 A-1 3D as it relates to the technique described above with reference to Figures 
5 A-5G and 6 A-6B, its is possible to effectuate the SLS which provides larger regions 900 
of single grains on the silicon thin film 52 ofthe sample 40, as illustrated in Figure 14. 
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Referring next to Figure 1 5, there is shown a flow diagram of exemplary 
steps carried out with the aid of the computer 106 (or other control devices) for the 
single-step, continuous motion SLS processing in accordance with the present invention 
to control the shape and size of grains, and the location and orientation of grain 
5 boundaries in the silicon thin fihn 52 of the sample 40. As shown in the flow diagram 
of Figure 15, in step 1000 the hardware components of the system of Figure 1, such as 
the excimer laser 1 1 0, the beam energy density modulator 120, the beam attenuator 130 
and the shutter 152arefirstinitializedatleastinpartbythecomputer 106. Asample40 
is loaded onto the sample translation stage 1 80 in step 1005, It should be noted that such 

10 loading may be performed either manually or automatically usiQg known sample loading 
apparatus vtadec the control of the computer 1 06. Next, the sample translation stage 180 
is moved, preferably under the control of the computer 106, to an initial position in step 
1010. The various other optical components of the system are adjusted manually or 
under the control of the compute 106 for a proper focus and alignment in step 1015, if 

15 necessary. The radiation beam pulses 164 are then stabilized in step 1020 to a desired 
mtensity, pulse duration and pulse repetition rate. In step 1021, it is determined whether 
a next radiation beam pulse irradiates the silicon thin film 52 after each melted region 
thereof has completely re-solidified following the irradiation by a previous radiation 
. beam pulse. If not, in step 1022, the pulse repetition rate of the excimer laser 1 10 is 

20 adjusted. In step 1024 it is determined whether each beamlet of the intensity pattern of 
each radiation beam pulse has sufficient intensity to melt each one of the silicon thin film 
52 overlapped thereby throughout its entire thicknesses without melting an adjacent 
region overlapped by a shadow regioii of the intensity pattem. If under-melting or over 
melting occurs, m step 1025, the attenuator 130 is adjusted so that each radiation beam 

25 pulse has sufficient energy to fiilly melt the metal layer m irradiated areas without over 
melting adjoining unirradiated regions. 

In step 1027, the sample 40 is positioned to point the masked irradiated 
beam pulse 164 at the first conceptual column 210 of the sample 40. In step 1030, the 
current column of the sample 40 is irradiated using the radiation beam pulse 164 having 

30 an intensity pattem controlled by the mask 150, 700, 800, 830. Instep 1035, the sample 
60 is continuously translated so that the masked irradiated beam pulse 164 irradiates the 
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silicon thin jfilm 52 along the current column of the sample 40 in a predetermined 
direction. 

In step 1045, it is determined whether all conceptual columns of the 
sample 40 having the silicon thin film 52 provided thereon have been subjected to the 

5 SLS processing. If not, the sample 40 is translated to the next unirradiated conceptual 
column of the sample 40, and the process loops back to step 1 03 0 for a further translation 
along apredetennined direction (e.g., an opposite direction), and for the irradiation of the 
next conceptual column of flie sample 40 by the radiation beam pulse 164. If the SLS 
processing has been completed for all columns of the sample 40, the hardvrare 

0 components and the beam of the system shown in Figure 1 can be shut off (step 1055), 
and the process terminates. 

The foregoing exemplary embodiments m^ely illustrate the principles of 
the present invention. Various modifications and alterations to the described 
embodiments will be apparent to those skilled m the art in view of the teachings herein 

5 without departing jfrom the scope of the invention, as defined by the appended claims. ' 
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CLAIMS 

1. A method for processing a silicon thin fihn sample on a substrate having a 
surface portion that does not seed crystal growth in the silicon thin film, the film 
sample having a first edge and a second edge, the method comprising the steps 
5 of: 

(a) controlling an irradiation beam generator to emit successive irradiation 
beam pulses at a predetermined repetition rate; 

(b) maskmg each of the irradiation beam pulses to define a first plurality of 
beamlets and a second plurality of beamlets, the first and second plxirality 

1 0 of beamlets of each of the irradiation pulses being provided for impinging 

the film sample and having an intensity which is sujBScient to melt 
kradiated portions of the film sample throughout their enture thickness; 

(c) continuouslyscanning, at a constant predetemuned speed, thefilmsample 
so that a successive impingement of the first and second beamlets of the 

1 5 irradiation beam pulses occurs in a scaiming direction on the film sample 

between the first edge and the second edge; 

(d) during step (c), successively irradiating a plurality of first areas of the 
film sample by the first beamlets of the uradiation beam pulses so that the 
first areas are melted throughout their thickness and leaving unirradiated 

20 regions between respective adjacent ones of the first areas; 

(e) during step (c), allowmg each one of the first areas irradiated by the first 
beamlets of each of the irradiation beam pulses to re-solidify and 
crystalize; and 

(f) during step (e), successively irradiating a plurality of second areas of the 
25 film sample by the second beamlets of the irradiation beam pulses so that 

the second areas are melted throughout their thickness, wherein each one 
of the second areas partially overlaps a respective pair of the re-solidified 
and crystalized first areas and the respective unirradiated region 
therebetween. 
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The method of claim 1, further comprising the step of: 

(g) during step (f), successively irradiating third areas of the fihn sample by 
the first beamlets to completely melt the third areas throu^out their 
thickness, each of the third areas partially overlapping a respective one of 
the re-solidifiedand crystalized first areas and leavmg furflier uniiiadiated 
regions between respective adjacent ones of the third areas. 

The method of claim 2, 

whwein one of the first areas and one of the third areas he on a first line which 
is parallel to the scanning direction, 

wherein one of the second areas Ues of a second line which is parallel to the 
scanning direction, and 

herein the first line extends at an ofifeet fiom tiie second line. 

The method of claim 2, further comprising the step of: 

(h) during step (g), allowing each one of the second areas irradiated by the 
first beamlets of each of the irradiation beam pulses to re-soUdify and 
aystalize. 

The method of claim 4, further comprising the steps of: 

(i) during step (c), allowing each one of the third areas irradiated by the first 
beamlets of each of the irradiation beam pulses to re-solidify and 
crystalize; and 

(j) during steps (h) and (i), successively irradiating a plurality of fourth areas 
of the film sample by the second beamlets of the irradiation beam pulses 
so that the fourth areas are melted throughout their thickness, wherein 
each one of the fourth areas partially overlaps a respective pair of the re- 
soUdified and crystalized third areas and the respective further 
unirradiated region therebetween. 
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The method of claim 1, wherein the first edge is located on a side of the fibn 
sample which is opposite from a side of the fihn sample on which the second 
edge is located. 

The method of claim 6, wherein steps (c) through (f) are continued until the 
successive impingement by the first and second beamlets of the irradiation beam 
pulses the film sample passes the second edge of the fihn sample, and fiirthw 
comprising the steps of: 

(k) after steps (c) through (f), positioning the fihn sample so that flie first and 
second beamlets of the irradiation beam pulses impinge on at a first 
location outside of boundaries of the film sample with respect to the film 
sample; and 

(1) after step (k), positioning the fihn sample so that the successive 
impingement of the first and second beamlets with respect to the fihn 
sample moves fi-om the first location to a second location, the second 
location being outside of the boimdaries of the film sample. 

The method of claim 7, wherein, after steps (c) throughXf) before step (k), a 
completed portion of the film sample having a predetermined widtii has been 
irradiated, melted throughout its entire thickness and re-solidified, the film 
sample having a controlled crystalline grain growth hi the entire cross-section of 
the completed portion. 

The method of claim 8, 

wherein the particular direction extends along a first axis, 

wherein, in step (1), the film sample is translated along a second axis, the first axis 

being perpendicular to the first axis, and 

wherein the second location is provided at the distance fi:om the first location 
£q)proximately equal to the predetermined width. 
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The method of claim 9, further comprising the steps of: 

(m) after step (1), continuously scanning, atthe constant predetermined speed, 
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the film sample so that the successive impingement of &e first and second 
beamlets of the irradiation beam pulses occurs inafurther direction on the 
fihn sample between the second edge and the first edge, the further 
direction being opposite to the scanning direction; and 
(n) during step (m), successively irradiating a plurality of fifth areas of the 
fihn sample with the second beamlets of the irradiation beam pulses so 
that the fifth areas are melted throughout their thickness and leaving 
additional unirradiated regions between respective adjacent ones of the 
fifth areas; 

(o) during step (m), allowing each one of the fifth areas irradiated by the 
second beamlets of each of tiie irradiation beam pulses to re-solidify and 
crystalize; and 

(p) during step (o), successively irradiating a plurality of sixth areas of the 
film sample by the first beamlets of the irradiation beam pulses so that the 
sixth areas are melted throughout tiieir thickness, wherein each one of the 
sixth areas partially oyerlaps a respective pair of the re-solidified and 
crystalized fifth areas and the respective additional unirradiated region 
therebetween. 

The method of claim 1, wherem steps (a) through (f) are performed without 
executing any microtranslation of the impingement of the first and second 
beamlets of the irradiation beam pulses with respect to the film sample. 

The method of claim 1, further comprising the steps of: 
(q) during step (g), allowing each one of the second areas irradiated by the 
first beamlets of each of the irradiation beam pulses to re-solidify and 

crystalize; 

(r) masking portions of the irradiation beam pulses to emit successive partial 
intensity irradiation pulse which have a reduced intensity so that when the 
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successive partial intensity irradiation pulses irradiate a particular region 
of the film sample, the particular region is melted for less fhm the entire 
tiiickness of the film sample; 
(s) after steps (q) and (r), successively irradiating each of the re-solidified 
5 and crystalized second areas by the respective one of the successive 

partial intensity irradiation pulses. 



13. A system for processing a siUcon thin film sample on a substrate having a surface 
portion that does not seed crystal growtii in the silicon thin fifan^ the film sample 
having a first edge and a second edge, the system comprising: 
10 a memory storing a computer program; and 

aprocessingarrangementexecutingthecomputerprogram to perform the 
following steps: 

(a) controUmg an irradiation beam generator to emit successive 
irradiation beam pulses at a predetermined repetition rate, 

15 (b) masking each of the irradiation beam pulses to define a first 

plurality of beamlets and a second plurality of beamlets, the first 
and second plurality of beamlets of each of the irradiation pulses 
being provided for impinging the film sample and having an 
intensity which is sufficient to melt irradiated portions of the film 

20 sample throughout their entire thickness, 

(c) continuously scanning, at a constant predetermined speed, the 
film sample so that a successive impingement of the first and 
second beamlets of the irradiation beam pulses occurs in a 
scanning direction on the film sample between the first edge and 

25 the second edge, 

(d) during step (c), successively irradiating aplurality of first areas of 
the film sample using the first beamlets of tiie kradiation beam 
pulses so that the first areas are melted throughout their thickness 
andleavingunirradiatedregions betweenrespective adjacent ones 

30 of the first areas. 
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(e) duriBg step (c), allowing each one of the fiist areas irradiated 
using the first beamlets of each of the irradiation beam pulses to 



(f) during step (e), successively irradiating aplurality of second areas 
of the film sample usmg the second beamlets of the irradiation 
beam pulses so that the second areas are melted throughout their 
thickness, wherein each one of the second areas partially overlaps 
a respective pair of the re-solidified and cry stalized first areas and 
the respective unirradiated region therebetween. 

The system of claim 13, wherein, during step (f), the processing arrangement 
successively irradiates third areas of the film sample using the first beamlets to 
completely melt the third areas throughout their thickness, each of the third areas 
partially overlapping a respective one of the re-solidified and crystalized first 
areas and leaving fiirther unirradiated re^ons between respective adjacent ones 
of the third areas. 

The system of claim 14, 

wherein one of the first areas and one of the third areas lie on a first line which 
is parallel to the scanning direction, 

wherein one of the second areas lies of a second line v^ch is parallel to the 
scanning direction, and 

wherein the first line extends at an oflfeet &om the second line. 

The system of claim 14, wherein, after the third areas are being irradiated by the 
first beamlets, each one of the second areas irradiated using the first beamlets of 
each of the irradiation beam pulses is allowed to re-solidify and crystalize. 



re-solidify and crystalize, and 
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The system of claim 16, 

wherein, during step (c), each one of the third areas irradiated using the first 



crystalize, and 

wherein, after the second and third areas re-solidify and crystalize, the processing 
arrangement successively irradiates a plurality of fourth areas of the fihn sample 
using tite second beamlets of the irradiation beam pulses so that tihie fourth areas 
are melted throughout their thickness, wherein each one of the fourth areas 
partially overlaps a respective pair of the re-solidified and crystalized third areas 
and the respective fiirther unirradiated region therebetween. 

The system of claim 13, wherein the first edge is located on a side of the film 
sample which is opposite firom a side of the filni sample on which the second 
edge is located. 

The system of claim 1 8, 

wherein the processing airangement performs steps (c) through (f) until the 
successive impingement by the first and second beamlets of the irradiation beam 
pulses the film sample passes the second edge of the film sample, 
wherein, after steps (c) through (f), the processing arrangement positions the film 
sample so that the first and second beamlets of the irradiation beam pulses 
impinge on at a first location outside of boundaries of the film sample with 
respect to the film sample, and 

wherein, after the irradiation beam pulse impinge on the first location, the 
processing arrangement positions the film sample so that the successive 
impingement of the first and second beamlets with respect to the fihn sample 
moves from the first location to a second location, the second location being 
outside of tiie boundaries of the film sample. 



beamlets of each of the irradiation beam pulses is allowed to re-solidify and 



20. 



The system of claim 19, wherem, after steps (c) through (f) and after the 
successive impingement of the irradiation beam pulses passes the second edge of 
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the film sample, a completed portion of the film sample having a predetemdned 
Mddthhas beenirradiated,meltedtbroughoutits entire tMckn^ 
the film sample having a controlled crystalline grain growth in the entire cross- 
section of the completed portion. 

5 2L The system of claim 20, 

wherein the particular direction extends along a first axis, 
wherein the processing arrangement translates the successive impingement firom 
the first location to the second location with respect to the film sample along a 
second axis, the first axis being perpendicular to the first axis, and 
10 wherein the second location is provided at the distance firom the first location 

approximately equal to the predetermined width. 

22. The system of claim 21, wherein the processing arrangement performs the 
following further steps: 

(g) after the successive impingement is translated firom the first location to 
15 the second location, continuously scanning, at the constant predetemuned 

speed, the film sample so that the successive impingement of the first and 
second beamlets of the irradiation beam pulses occurs in a further 
direction on the film sample between the second edge and the first edge, 
the fiirther direction being opposite to the scanning direction, and 
20 (h) during step (g), successively irradiating a plurality of fifth areas of the 

film sample with the second beamlets of the irradiation beam pulses so 
that the fifth areas are melted throughout their thickness and leaving 
additional imirradiated regions between respective adjacent ones of the 
fifth areas; 

25 (i) during step (g), allowing each one of the fifih areas irradiated by the 

second beamlets of each of the irradiation beam pulses to re-solidify and 
crystalize; and 

(j) during step (i), successively irradiating a plurality of sbdh areas of the 
film sample by the first beamlets of the irradiation beam pulses so that the 
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sixth areas are melted throughout their thickness, wh^ 

sixth areas partially overlaps a respective pair of the re-solidified and 

crystalized fifth areas and the respective additional xinirradiated region 

flierebetween. 



5 23, The system of claim 13, wherein the processing arrangement performs steps (a) 
through (f) without executing any microtranslation of the impmgement of the first 
and second beamlets of the iiradiation beam pulses with respect to the film 
sample. 

24. The system of claim 13, wherein the processing arrangement performs the 
10 following fijrther steps: 

(k) after the first beamlets successively irradiate the third aireas, 
allowmg each one of the second areas kradiated by the first 
beamlets of each of the irradiation beam pulses to re-solidify and 
crystalize, 

15 (1) maskingportions of the irradiation beam pulses to emit successive 

partial intensity irradiation pxilse which have a reduced intensity 
so that when the successive partial intensity irradiation pulses 
irradiate a particular region of the film sample, the particular 
region is . melted for less than the entire thickness of the film 

20 sample, 

(m) after steps (k) and (1), successively kradiating each of the re- 
solidified and crystalized second areas by the respective one of the 
successive partial intensity irradiation pulses. 

25. A method for processing a silicon thin film sample on a substrate having a 
25 surface portion ttiat does not seed crystal growth in the silicon thin filtri, the film 

sample having a first edge and a second edge, the method comprising the steps 
of: 



it 
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controlling an irradiation beam generator to emit successive irradiation 

beam pulses at a predetermined repetition rate; 

masking each of the irradiation beam pulses to define a first pluraUty of 

beamlets andasecond plurality ofbeamlets, the first and secondpIuraUty 

ofbeamletsofeachoftheiiradiationpulsesbeingpiovidedforimpmging 
the fihn sample and having an mtensity which is sufficient to melt 
irradiated portions of the fihn sample throughout their entire thickness; 
contmuouslyscanhm&ataGonstantpredetennined speed, thefihn sample 
so that a successive unpingement of the first and second beamlets of the 
irradiation beam pulses occurs in a scanning direction on the fihn sample 
between the first edge and the second edge; 

during step (c), successively irradiating a pluraUty of first areas of tiie 
fihnsamplebythefirstbeamletsoftheiiradiationbeampulsessothatthe 

firstareasaiemeltedthroughouttiieh-thicknessandleavmguniiradiated 
regions adjacent to tiie first areas, each of the first aieas havmg a border 
with a first width, the border extendmg along a first Une which is 
perpendicular to the scannmg direction; 

during step (c), allowmg each one of the first ai^ irradiated by the first 
beamlets of each of tiie irradiation beam pulses to re-solidify and 
crystalize; and 

during step (e), successively irradiating apluiaUty of second areas of tiie 
fihn sample by tiie second beamlets of tiie irradiation beam pulses so tiiat 
tiie second areas are melted tiiroughout tiieir tiiickness, wherem a first 
region of each one of tiie second areas completely overlaps at least one of 
tiie re-solidified and crystalized first areas, and a second region of tiie 
respective one of tiie second areas overlaps tiie umrradiated region 
provided adjacent to tiie at least one of tiie re-soUdified and crystalized 
first areas, tiie first region havmg a second border extendmg along a 
second tine vAdch is parallel to and offset from tiie firet Ime, tiie second 
widtii bemg greater tiian half of tiie first widtiL 
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26 . A system for processing a silicon thin jBlm sample on a substrate having a surface 
portion that does not seed crystal growth in the silicon thin film^ the film sample 
having a first edge and a second edge, the system comprising: 
a memory storing a computer program; and 
5 a processing arrangement executing the computer program to perform the 

following steps: 

(a) controlling an hradiation beam generator to emit successive 
irradiation beam pulses at a predetennined repetition rate, 

(b) masking each of the irradiation beam pulses to define a first 
10 plurality of beamlets and a second plurality of beamlets, the first 

and second plurality of beamlets of each of the irradiation piilses 
being provided for impinging the film sample and having an 
intensity which is suflBcient to melt irradiated portions of the film 
sample throughout their entire thickness, 
15 (c) continuously scanning, at a conistant predetermined speed, the 

film sample so that a successive impingement of the first and 
second beamlets of the irradiation beam pulses occurs in a 
scanning direction on the film sample between the first edge and 
the second edge, 

20 (d) during step (c), successively irradiating a plurality offirst areas of 

the film sample by the first beamlets of the irradiation beam 
pulses so that the first areas are melted throughout their thickness 
and leavmg unirradiated regions adjacent to tiie first areas, each 

of the first areas having a border with a first width, the border 
25 extending along a first line which is perpendicular to the scanning 

direction; 

(e) during step (c), allowing each one of the first areas irradiated by 
the first beamlets of each of the irradiation beam pulses to re- 
solidify and crystalize; and 

30 (f) during step (e), successively irradiating aplurality of second areas 

of tiie film sample by tiie second beamlets of the irradiation beam 
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pulses so that the second areas are melted throughout their, 
thickness, wherein a first region of each one of the second areas 
completely overlaps at least one of the re-solidified and 
crystalized first areas, and a second region of the respective one 
of the second areas overlaps the respective unirradiated region 
provided adjacent to the at least one of the re-solidified and 
crystalized first areas, the first region having a second border 
extending along a second line which is parallel to and ofi&et firom 
the first line, the second width being greater than half of the first 
width. 
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